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(54) TWO-PACK URETHANE FOAM COMPOSITION, AND TWO-PACK URETHANE FOAM 
COMPOSITION PACKING APPARATUS AND METHOD 



(57) An apparatus for injecting an expandable or 
foaming material in a closed sectional structure of a 
body, suitable for mass-producing vehicles, such as 
automobiles efficiently. This apparatus is provided with 
a manipulator (38) movable to a desired position, a 
injector (50) fixed to the manipulator, a means (56) for 
supplying the expandable or foaming material to the 
injector, and a controller (40) adapted to control the 
position of the manipulator (10) so that the injector is set 
in a position in which the foaming material can be sup- 
plied to the closed sectional structure of the vehicle 
body through an injection port of the same closed sec- 
tional structure, and control the supply means so that 
the foaming material can be injected and filled in the 
closed sectional structure thereof by only such an 
amount that was set in accordance with the volume of 
the inside of the same sectional structure. 
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Description 

BACKGROUND OF THE INVENTION 

5 [0001 ] The present invention relates to a series of invention associated with a two-pack urethane foam composition 
for reinforcing a closed sectional structure of the body of a vehicle, e.g., automobile, by filling a urethane foam by inject- 
ing the two-pack urethane foam composition into the closed sectional structure thereof. 

[0002] More particularly, one of such a series of invention relates to a two-pack urethane foam composition which 
is composed of a two pack of a polyol compound as a major component and a polyisocyanate compound as a curing 

to agent and which can form a urethane foam by foaming and curing upon injecting (applying) immediately after mixing 
the two components at ambient temperature. On the other hand, others of the series of invention relate to an injection 
method for injecting the two-pack urethane foam composition, a cured urethane foam-filled vehicle body member hav- 
ing an opening for confirming the injecting and filling of the two-pack urethane foam composition, a cured urethane 
foam-filling confirming method for confirming the appropriateness of a filling volume of the two-pack urethane foam 

is composition, and a two-pack urethane foam composition injecting apparatus and method capable of automatically 
injecting and filling the two-pack urethane foam composition into the closed sectional structure of the vehicle body. 
[0003] Recent years, the automobile industry is required to ensure the rigidity of an entire vehicle body for increas- 
ing the safety of automobiles and improving a soundproof property of a riding space. In order to achieve these require- 
ments, demands have been made to provide the intensity and the rigidity and the soundproof property to a portion 

20 where a variety of loads such as impact and so on are imposed, such as a center pillar having a closed sectional struc- 
ture, a front pillar of a vehicle body having a closed sectional structure and so on. Moreover, in order to protect riders 
from impact, a crushable zone has to be provided on each of the front and rear sides of the vehicle body and a solid 
safety cell has to be configured for a cabin where the riders are seated in order to ensure a riding space for the riders. 
[0004] On the other hand, problems may be caused to arise in that the weight of the vehicle body is increased and 

25 the fuel economy become poorer if the thick panel of each pillar or a chassis or the like having a closed sectional struc- 
ture in order to improve the rigidity and the soundproof property of the cabin. 

[0005] Therefore, it has been reviewed to develop structures and methods for increasing the rigidity of the vehicle 
body while keeping thick panel of the pillar of the vehicle body and so on thin, for instance, by injecting and filling a cured 
urethane foam into the closed sectional structure of the pillar thereof and so on by using the above two-pack urethane 
30 foam composition. In combination of development of making the vehicle body lightweight, it has also been reviewed to 
inject and fill a urethane foam into a closed sectional structure of a roof portion or a locker portion or the like, in addition 
to the pillar and so on. 

[0006] Various problems, however, may be caused to occur in injecting the two-pack urethane foam composition 
into the closed sectional structure. 
35 [0007] For instance, when the two-pack urethane foam composition is injected in a fluid state, there are not so less 
occasions that the injected composition leaks outside or expands from the injection port due to a back flow, it leaks or 
expands even from a small gap of the closed sectional structure so that there is the risk that an outlook of the automo- 
bile may be impaired (hereinafter referred to as the first problem). 

[0008] It has now been found by the present inventors that the two-pack urethane foam composition does not leak 
40 or expand from small gaps in an injecting portion, if any, due to becoming cured to an appropriate level of viscosity 
immediately after injection by limiting foaming characteristics of the two-pack urethane foam composition, particularly a 
cream time and a rise time, as well as adjusting the specific gravity of the filled urethane foam to become 0.6 to 0.1 by 
adjusting the amount of the foaming agent. 

[0009] When such a two-pack urethane foam composition of a curable type having a high reactivity at ambient tem- 
45 perature (0°C -50°C) is used, it has been found to raise a practically significant problem that, when it is discharged or 
injected from a conventional two-pack mixing apparatus, there are not less occasions it is caused to cure in the mixing 
apparatus during injecting on site and clogs during injecting process (hereinafter referred to as the second problem). 
[0010] It is designed as a matter of course to inject a predetermined amount of the two-pack urethane foam com- 
position corresponding to the volume of the closed sectional structure to be injected and filled with a foaming rate and 
so other foaming conditions of the two-pack urethane foam composition taken into account. If an unpredictable problem 
would occur with an injecting apparatus or the like, however, there may be caused to happen an unpredictable occasion 
that the filling volume of the cured urethane foam become lesser than the desired range and a hollow portion may be 
caused to occur, thereby making it difficult to reach the designed rigidity. It is considered that the lack of the filling vol- 
ume may also arise due to an accidental damage of a partition plate disposed in the closed sectional structure. 
55 [001 1 ] In actual cases, however, the present situation resides in that there is no means of preventing the lack of the 
such filling volume of the urethane foam in advance and that the appropriateness ness or inappropriateness of the filling 
volume can be judged for the first time by carrying out impact tests or by measuring the rigidity of an actual car or ana- 
lyzing the vibration thereof after the production line. Therefore, the problem is in that the design intensity and rigidity of 
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the automobile can be ensured during the production line (hereinafter referred to as the third problem). 
[0012] Furthermore, in general, the production of automobiles is being carried out on a mass production by the 
transfer and assembly method using a belt conveyor on the basis of the division of work. In order to adapt the production 
line to such a mass production, however, it is required to develop a injecting apparatus and a injecting method for inject- 
5 ing and filling a two-pack urethane foam composition in the closed sectional structure of the vehicle body (hereinafter 
referred to as the fourth problem). 

OBJECTS OF THE INVENTION 

w [0013] The present invention has been completed with the foregoing facts taken into account and has the major 
object to solve the various problems that may arise upon injecting and filling a two-pack urethane foam composition into 
a structural member to be injected and filled, such as a closed sectional structure of a vehicle body, etc. 
[0014] More specifically, the present invention in a one aspect has objects to provide a two-pack urethane foam 
composition and an injection method for injecting the two-pack urethane foam composition, which can prevent the 

is injected composition from being leaked outside or expanding from the inside due to a back flow of the injected compo- 
sition, upon injecting the two-pack urethane foam composition into the structural member to be injected and filled. 
[0015] In another aspect, the present invention has an object to provide an injection process for injecting the two- 
pack urethane foam composition in the structural member to be injected and filled, which can inject it into the structural 
member in a smooth way completely without causing clogging as well as which does not cause the injected composition 

20 from being leaked outside and expanding due to a back flow thereof upon injection of the composition into the structural 
member. 

[001 6] Moreover, in a further aspect, the present invention has other objects to provide a cured urethane foam-filled 
vehicle body member, a injecting method for injecting and filling the cured urethane foam into the vehicle body member, 
and a cured urethane foam-filled confirming method for confirming the filling of a cured urethane foam therein, which 
25 can confirm the appropriateness of the filling volume so as to adapt to the volume of the inside of the closed sectional 
structure of the vehicle body, upon injecting the two-pack urethane foam composition into the inside of the closed sec- 
tional portion thereof having a closed sectional structure and injecting and filling the closed sectional structure with the 
cured urethane foam by foaming and curing the two-pack urethane foam composition. 

[0017] Furthermore, the present invention has still further objects to provide a injecting apparatus and a injecting 
30 method for injecting and filling the two-pack urethane foam composition in the closed sectional structure of the vehicle 
body, which are adapted to a mass production of vehicles including, e.g., automobiles. 

FEATURES OF THE INVENTION 

35 (Injection Method for Injecting Two-Pack Urethane Foam Composition) 

[0018] In order to solve the first problem as described above, the present inventors have made extensive review and 
studies with the attempt to solve the problems associated with the leakage of the two-pack urethane foam composition 
outside and expanding due to a back flow thereof upon injecting the two-pack urethane foam composition into an injec- 

40 tion port of a structural member to be injected and filled, which is not limited to and including a closed sectional structure 
of a pillar portion of the vehicle body member. As a result of such extensive review and studies, it has been found that 
the above objects can be achieved by elaborating an injection port for injecting the two-pack urethane foam composition 
or a portion in the vicinity of the injection port. Therefore, this invention has been completed on the basis of this finding. 
[001 9] More specifically, in order to prevent the once injected composition from leaking and expanding outside from 

45 the injection port of the structural member to be injected and filled in the injecting method for injecting the two-pack ure- 
thane foam composition into the injection port of the closed sectional structure thereof and injecting and filling the cured 
urethane foam therein by allowing the injected composition to foam and cure therein, the present invention provides the 
injection method for injecting the two-pack urethane foam composition, characterized in that: (i) a shut-off plate for the 
injection port is mounted on the inner side of the structural member to be injected and filled so as to open or close the 

so injection port; (ii) a rubber-formed member having a cross cut portion is inserted into the injection port so as to open or 
close the injection port; or (iii) a check valve that allows a fluid to pass only in a one direction is mounted on the injection 
port. 

(Two-Pack Urethane Foam Composition for Urethane Foam) 

55 

[0020] With the requirements for the reinforcement of the rigidity inside the such pillars and improvements in sound- 
proof properties taken into account, the present inventors have made extensive review and studies on the two-pack ure- 
thane foam compositions having excellent properties in foaming and curing, by focusing on the first problem departing 
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from the properties of the two-pack urethane foam composition itself, which can solve the first problem and achieve with 
requirements from the automobile industry as well as which can provide a high level of efficiency in injection work for a 
closed sectional structure and a high degree of rigidity and excellent soundproof properties. As a result, the following 
finding was given. 

5 [0021] More specifically, it has first been found that, even if there would be used a foaming agent of a curable type 
under ambient temperature conditions, which can generally generate gases under thermal conditions, in place of a 
foaming agent of a type that has usually been used conventionally under ambient temperature conditions (such as 
water or of a hydrogen-containing halogenated hydrocarbon type or of a low-boiling temperature hydrocarbon type, 
etc.), the urethane foam can be formed upon mixing the two-pack urethane foam composition at ambient temperature 

io by allowing the foaming agent to work at a sufficiently high level by the reaction heat caused to be produced upon an 
instantaneous reaction between the polyol compound as the major component (a) with the polyisocyanate compound 
as the curing agent (b) and by defining the specific gravity of the cured urethane foam by adjusting the amount of the 
foaming agent. 

[0022] In this case, too, it has been found, however, that the problem with the leakage of the injected composition 

75 still remains unsolved. Therefore, as a result of further review and studies, the present inventors have found that the 
addition of an amine compound of a particular weight ratio having an active hydrogen atom (-NH 2 - or -NH-) on the main 
component side at a particular rate can produce an appropriate soft or hard urethane foam that can prevent the once 
injected composition from leaking outside and expanding through a gap due to its excessive level of viscosity and an 
appropriate speed of foaming and curing and that can be adapted to the purposes to achieve reinforcement perform- 

20 ance and soundproof properties. 

[0023] More specifically, the present invention has been completed on the basis of the above findings and provides 
a two-pack urethane foam composition for urethane foam, comprising (a) a polyol compound as a major component and 
(b) a polyisocyanate compound as the curing agent, which can produce a urethane foam by reaction of the two compo- 
nent in the presence of the foaming agent. The foaming agent to be used for this purpose may include a chemically 

25 foaming agent and inorganically forming agent of a thermally decomposable type, which may be used singly or as a 
mixture in combination of two or more kinds thereof, and the amount of the foaming agent is adjusted so as for the 
resulting cured urethane foam to have a specific gravity in the range of from 0.6 to 0.1 . Further, the two-pack urethane 
foam composition may comprise (a) the above major component and (b) the above curing agent, wherein an amine 
compound having an average molecular weight of 1 1 0 or more and at least one of an amino (-NH 2 -) group and an imino 

30 (-NH-) group is formulated with the major component (a); the amine compound is selected so as for its amino (-NH 2 -) 
group and/or the imino (-NH-) group to amount to 0.05% to 3% by weight with respect to the total weight of the above 
major component (a) and the above curing agent (b); and the amount of the foaming agent is adjusted so as for the 
resulting cured urethane foam to have a specific gravity in the range of 0.6 to 0.01. 

[0024] As the polyol compound to be used as the major component (a) for the present invention, there may prefer- 
35 ably be used a polyether polyol which may be obtained by the addition reaction between an active hydrogen containing 
compound such as, for example, a poly-valent alcohol, a bisphenol, an aliphatic amine, an aromatic amine, an aliphatic 
amine having an aromatic ring, or an alicyclic amine, and an alkylene oxide (e.g., one or more selected from ethylene 
oxide, propylene oxide, butylene oxide and isobutylene oxide). 

[0025] Further, it is appropriate that the polyol compound may have an average hydroxy group value in the range 
40 of, generally, from 150 to 800, preferably from 200 to 600, from the point of view of reinforcement purposes. If the aver- 
age hydroxy group value of the polyol compound would be smaller than 150, a sufficiently high level of rigidity cannot 
be achieved. On the other hand, if the average hydroxy group value of the polyol compound would exceed 800, the 
resulting urethane foam may become brittle. 

[0026] As the poly-valent alcohol, there may be mentioned, such as a di-valent alcohol, e.g., ethylene glycol, dieth- 
45 ylene glycol, propylene glycol, dipropylene glycol, butane diol, pentane diol, hexane diol, neopentyl glycol, cyclohexy- 
lene glycol, etc., atri-valent alcohol, e.g., trimethylol propane, glycerin, etc., a tetra-valent or higher-valent alcohol, e.g., 
pentaerythritol, sorbitol, methyl glycoside, diglycerin, sucrose, and so on. 

[0027] As the bisphenol, there may be mentioned, for example, hydroquinone, 1 ,4-bis(hydroxyethoxy)benzene, 
bisphenol A, bisphenol F, bisphenol S, 4,4'-dihydroxybiphenyl, 2,2'-bis(4-hydroxyphenyl)hexafluoro-propane, and so on. 
so [0028] As the aliphatic amine, there may be mentioned, for example, ammonia, monoethanol amine, diethanol 
amine, triethanol amine, polymethylene diamine (e.g., ethylene diamine, diaminobutane, diaminopropane, hexane 
diamine, dodecane diamine, etc.). polyethylene polyamine (e.g., diethylene triamine, triethylene tetramine, etc.), poly- 
ether diamine, and so on. 

[0029] As the aromatic amine, there may be mentioned, for example, 2,4- or 2,6-diaminotoluene (TDA), crude TDA, 
55 1,2-, 1,3- or 1,4-phenylene diamine, diethyltolylene diamine, 4,4'-diamino diphenyl methane (MDA), crude MDA, 1,5- 
naphthylene diamine, 3,3'-dichloro-4,4'-diaminophenyl methane, 3,3'-dimethyl-4,4'-diaminodiphenyl cyclohexane, and 
so on. 

[0030] As the aliphatic amine having the aromatic ring, there may be mentioned, for example. 1,2-, 1,3- or 1,4- 
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xylene diamine, and so on. 

[0031 ] As the alicyclic amine, there may be mentioned, for example, 4,4'-diamino dicyclohexyl methane, 3,3'-dime- 
thyl-4,4'-diamino dicyclohexyl methane, 3-amino-1-cyclohexyl aminopropane, bis(aminomethyl)cyclohexane, isophor- 
one diamine, norbornane diamine, menthene diamine, 3,9-bis(3-aminopropyl)-2,4,8,10-tetraoxa spiro(-5,5-)undecane, 
5 and so on. 

[0032] In addition to the above polyether polyols, there may be used an oligomer having two or more hydroxy 
groups, such as polyester polyol (a condensed product resulting from condensation reaction between a polycarboxylic 
acid and a polyhydroxyl compound); a polycarbonate polyol; a polycaprolactone polyol; a polymer polyol denatured with 
a polybutadiene polyol, an acryl polyol, an ethylenic unsaturated monomer, etc.; and so on. 
10 [0033] As the polycarboxylic acid to be used as a raw material for the polyester polyol, there may be mentioned, for 
example, adipic acid, sebacic acid, dimeric acid, phthalic anhydride, terephthalic acid, isophthalic acid, phthalic acid, 
trimellitic acid, pyromelic acid, and so on. As the polyhydroxyl compound, there may be illustrated, for example, the 
poly-valent alcohol to be used for the above polyester polyol, and the polyester polyol itself. 

[0034] On the other hand, the polyisocyanate compounds as the curing agent (b) for the present invention may 
15 include, for example, an aromatic polyisocyanate; an aliphatic or alicyclic polyisocyanate; an aromatic-aliphatic polyiso- 
cyanate; a modified product thereof (such as a polyol adduct modified product, e.g., trimethylol propane, castor oil, 
sucrose, etc. , a carbodiimide modified product, an allophanate modified product, a urea modified product, a biuret mod- 
ified product, an isocyanurate modified product, an oxazolidone modified product, etc.), a urethane prepolymer having 
a NCO group at its terminal obtainable by the reaction of a polyol compound with an excessive amount of a polyisocy- 
20 anate compound, and so on. 

[0035] As the aromatic polyisocyanates, there may be mentioned, for example, 1 ,3- or 1 ,4-phenylene diisocyanate, 
2,4- and/or 2,6-tolylene diisocyanate (TDI), crude TDI, diphenylmethane-2,4'- and/or -4,4'-diisocyanate (MDI), crude 
MDI, polymethylene polyphenyl isocyanate, naphthylene-1 ,5-diisocyanate, triphenylmethane-4,4',4"-triisocyanate, and 
so on. 

25 [0036] As the aliphatic or alicyclic polyisocyanates, there may be mentioned, for example, isophorone diisocyanate, 
1 ,6-hexamethylene diisocyanate, 4,4'-dicyclohexylmethane diisocyanate, 1,4-cyclohexylene diisocyanate, 2,2,4-tri- 
methylhexamethylene diisocyanate, and so on. 

[0037] As the aromatic-aliphatic polyisocyanates, there may be mentioned, for example, xylylene diisocyanate, 
tetramethylxylylene diisocyanate, and so on. 

30 [0038] Among the polyisocyanates as described above, preferred examples of the polyisocyanates are MDI, crude 
MDI, sucrose-modified TDI, and carbodiimide-modified MDI. Most preferred one is crude MDI. 
[0039] The two-pack urethane foam composition for urethane foam according to the present invention may com- 
prise the above major component (a) (the polyol compound) and the curing agent (b) (the polyisocyanate compound), 
which is usually obtainable by formulating the above amine compound with the major component (a) by reacting the 

35 major component (a) in the presence of the foaming agent (in usual cases, to be added to the major component (a)) in 
a two-pack system to form a urethane foam 

[0040] It can be noted herein that, although the major component (a) and the curing agent (b) can be varied in mix- 
ing, the major component (a) may be selected in usual cases so as for the equivalent ratio of the active hydrogen group 
(OH group) of the major component (a) to the NCO group of the curing agent (b) to amount to from 1 to 0.8-10, prefer- 
40 ably from 1 to 0.9-5. 

[0041] As the foaming agent to be used in the case (i) above, there may be used, for example, the chemically foam- 
ing agent of a thermally decomposable type such as, e.g., dinitroso pentamethylene tetramine (DPT), azo dicarbodi- 
amide (ADCA), p.p'-oxy bisbenzene sulfonyl hydrazide (OBSH), p-toluene sulfonyl hydrazide (TSH), p-toluene sulfonyl 
acetone hydrazone, hydrazo dicarbonamide, azo bisisobutyronitrile (AIBN), and so on (these may be used together with 

45 an accessory agent of a urea type or of a metallic type); and the inorganically foaming agent of a thermally decompos- 
able type (such as sodium hydrogen carbonate, etc., and these may be used as singly or a mixture in combination of 
two or more kinds). These foaming agents (hereinafter referred to as a "limited foaming agent") may be caused to 
decompose or expand due to the reaction heat caused to generate by the instantaneous reaction between the major 
component (a) and the curing agent (b), thereby producing gases, even without using heating means separately. 

so [0042] In addition to the limited foaming agent, there may also be used water which has been hitherto used as a 
foaming agent, or a foaming agent of a hydrogen-containing halogenated hydrocarbon type or a foaming agent of a low- 
boiling point hydrocarbon type (hereinafter referred to as a "conventional foaming agent"). 

[0043] When these foaming agents are used, it is of significance that the amount to be used, regardless of their 
kinds, may be adjusted so as for a specific gravity of a cured urethane foam resulting therefrom to be in the range of 
55 from 0.6 to 0.01 , preferably from 0.5 to 0.03. If the foaming agent would be used in the amount so as for the specific 
gravity of the resufting urethane foam to exceed 0.6, on the one hand, the occasion may be caused to happen where 
the composition cannot be injected and filled in every corner of a closed sectional structure, thereby failing to contribute 
to a reduction of costs and a decrease in the weight (reducing the weight of the body). If the foaming agent would be 
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used in the amount so as for the specific gravity of the resulting urethane foam to become smaller than 0.01 , on the 
other hand, the cured urethane foam injected and filled in the closed sectional structure is likely to be damaged, thereby 
failing to achieve the purposes for reinforcement and performance of soundproof properties. It is preferred to adjust the 
amount of the foaming agent so as for the specific gravity of the resulting urethane foam to become in the range of 0.5 
5 to 0.1 for achieving the purposes of reinforcement, on the one hand, and to become in the range of 0.4 to 0.03 for per- 
forming the purposes of soundproof properties, on the other hand. 

[0044] As the amine compounds to be used in the case (ii) above, there may be used the amine compound having 
at least one of the amino group (-NH 2 ) and the imino group (-NH-), having an average molecular weight of 1 10 or more, 
preferably from 120 to 5,000, more preferably from 120 to 1,000, especially from 120 to 500. The amine compounds 
io may be selected from a polyamide and a modified product resulting therefrom, which may be obtained by the conden- 
sation reaction between the aliphatic amine, aromatic amine or alicyclic amine or an amine thereof, as illustrated as a 
raw material for the polyether polyol, and the polycarboxylic acid illustrated as a raw material for the polyether polyol. 
An alkylene oxide adduct of these amine compounds may also be used. 

[0O45] It is also of significance that the amount of the amine compound to be added may be adjusted so as for the 
75 amino group (-NH 2 ) and/or the imino group (-NH-) present in the amine compound to amount to from 0.05 to 3% by 
weight, preferably from 0.1 to 1% by weight, with respect to the total amount of the major component (a) and the curing 
agent (b). If the amount of the amino and/or imino groups is less than 0.05% by weight, on the one hand, the two-pack 
urethane foam composition may not achieve the effect of preventing the cured urethane foam from leaking and expand- 
ing from a gap of a closed sectional structure due to an increased viscosity. If the amount of the amino and/or imino 
20 groups exceeds 3% by weight, on the other hand, the mixing of the two-pack urethane foam composition may become 
insufficient. It is also noted herein that the use of the amine compound having an average molecular weight of less than 
1 1 0 may not achieve the effect of preventing a leakage of the cured urethane foam from a gap of the closed sectional 
structure. 

[0046] For the two-pack urethane foam compositions for the present invention, there may be used a catalyst which 
25 may be usually used for a so-called urethane reaction. A such catalyst may include, for example, an amine-type catalyst 
such as, e.g., Methylene diamine, pentamethylene diethyl tetramine, N-ethylmorpholine, diethylethanol amine, 1,8- 
diaza bicyclo(5.4.0)undecene-7, etc., or a metallic-type catalyst such as, e.g., stannous octylate, dibutyl tin dilaurate, 
lead octylate, etc. The amount of the catalyst to be used may appropriately range usually from 0.0001% to 5% with 
respect to the total amount of the composition. 
30 [0047] Moreover, as needed, the two-pack urethane foam composition may contain a conventional additive compo- 
nent such as a foam stabilizer, coloring agent (dye or pigment), plasticizer, filler, fire retardant, antioxidant, and so on in 
an appropriate amount. 

(Cured Urethane Foam-Injected Vehicle Body Member and Injecting Method for Filling Cured Urethane Foam) 

35 

[0048] The present inventors have extensively studied to in advance prevent an occurrence of the problems due to 
the lack of the filling volume and to provide a vehicle body member having a closed sectional structure reinforced by 
appropriately injecting and filling a cured urethane foam and a injecting method for injecting and filling the cured ure- 
thane foam. As a result of extensive studies, it has been found that the desired object can be achieved by locating a 

40 cured urethane foam-filling confirming opening of a particular dimension in a particular position thereof for confirming 
the appropriateness of the filling volume of the cured urethane foam so as to adapt to the volume of the inside of the 
closed sectional structure. The present invention has been completed on the basis of this finding. 
[0049] More specifically, the present invention provides a cured urethane foam-filled vehicle body member with the 
cured urethane foam injected and filled therein by injecting the two-pack urethane foam composition into the inside of 

45 the closed structure of the vehicle body member having a closed sectional structure and foaming and curing the cured 
urethane foam composition injected and filled therein, which is characterized in that the cured urethane foam-filling con- 
firming opening of an opening size of 1 0 mm or smaller is disposed by 50 mm or shorter on this side from the limit loca- 
tion which the cured urethane foam eventually reaches. 

[0050] Further, the present invention provides a injecting method for injecting the cured urethane foam by injecting 
so the two-pack urethane foam composition into the inside of the closed sectional portion of the vehicle body member hav- 
ing the closed sectional structure and foaming and curing the two-pack urethane foam composition injected and filled 
therein, which is characterized in that the appropriateness of the filling volume of the cured urethane foam in order to 
adapt to the volume of the inside of the closed sectional structure of the vehicle body member is confirmed by locating 
a cured urethane foam-filling confirming opening of a 10 mm or less dimension in the position by 50 mm or shorter on 
55 this side from the limit location that the cured urethane foam eventually reaches. 

[0051 ] As the vehicle body member with a closed sectional structure according to the present invention, there may 
be mentioned a structural member, as shown in Figure 7, such as composed of a connecting member having a front 
roof 1b (consisting of a roof rail inner and a roof rail outer), a front side roof rail 2b (consisting of a front side outer panel 
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and a side roof rail inner), and a front pillar 3c (consisting of a front side outer panel and a front pillar inner) connected 
together at their one ends, in which shut-off plates 4b and 5b are disposed inside the front side root rail 2b and the front 
pillar 3c, respectively, and the front side roof rail 2b is provided with an injection port 6b. 

[0052] As another example, there may be illustrated an structural member as shown in Figure 8, and such as com- 
5 posed of a connecting member having a center pillar 7a (consisting of a center pillar inner and a center pillar outer) and 
a side roof rail 8a (consisting of a side roof rail inner and a side roof rail outer) connected together, in which the center 
pillar 7a is provided with a shut-off plate 9, the side roof rail 8a is provided with shut-off plates 10a and 1 1b, and the 
center pillar 7a is further provided with an injection port 12b. 

10 (Cured Urethane Foam-Filling Confirming Method) 

[0053] The present inventors have made extensive review and studies on various processes and ways of in 
advance preventing the problems to be caused due to the lack of the filling volume and reinforcing the vehicle body 
member by appropriately injecting and filling a cured urethane foam as a result, the present inventors came to focusing 

15 on the fact that heat can be produced together with foaming due to the reaction upon injecting the two-pack urethane 
foam composition in the inside of a closed sectional portion of the vehicle body member having a closed sectional struc- 
ture and that the heat produced can elevate the temperature of a panel located at the site of the vehicle body member 
where the composition was injected and filled in. More specifically, it has been found that a site where the urethane 
foam is filled in and a site where it is not filled in can be distinguished from each other on the basis of a temperature 

20 difference between two locations, the temperature difference being determined by measuring the temperature in a non- 
contact way at locations on the side surface of the vehicle body member in the vicinity of the limit location that the cured 
urethane foam reaches. Therefore, it can be confirmed whether the filling volume is so appropriate as to adapt to the 
volume of the inside of the closed sectional structure by distinguishing the filled site from the non-filled site. The present 
invention in another aspect has now been completed on the basis of this finding. 

25 [0054] In another words, the present invention provides a cured urethane foam-filling confirming method for con- 
firming the injecting or filling of a cured urethane foam which is characterized in that, upon injecting and injecting and 
filling the two-pack urethane foam composition in the inside of the closed sectional portion of the vehicle body member 
having a closed sectional structure and allowing the composition to foam and cure, the temperature is measured in a 
non-contact way from the outside at locations on the side surface of a vehicle body to determine a time difference 

30 between a filled site where the urethane foam is injected and filled and a non-filled site where it is injected and filled, in 
order to confirm the appropriateness of a filling volume as to whether the filling volume adapts to the volume of the 
inside of a closed sectional structure of the vehicle body member, and that the appropriateness or inappropriateness of 
the filling volume is confirmed on the basis of the temperature difference between the filled site and the non-filled site. 
[0055] The vehicle body member having such a closed sectional structure according to the present invention may 

35 include, for example, a structural member, as shown in Figure 9, composed of a connecting member having a front roof 
1c (consisting of a roof rail inner and a roof rail outer), a front side roof rail 2c (consisting of a front side outer panel and 
a side roof rail inner) and a front pillar 3d (consisting of a front side outer panel and a front pillar inner) connected to one 
another, the front side roof rail 2c being provided with a shut-off plate 4c in the interior thereof, the front pillar 3d being 
provided with a shut-off plate 5c in the interior thereof, and the front side roof rail 2c being provided with an injection 

40 port 6c. 

(Injection Process for Injecting Two-Pack Urethane Foam Composition) 

[0056] The present inventors further have made extensive studies in order to solve the second problem so referred 
45 to above and, as a result, have found that the two-pack urethane foam composition can be injected in a smooth fashion 
while achieving the desired purposes, by using a two-pack mix, high pressure foaming machine of a type mixing the 
two-pack urethane foam composition and jetting the composition under high pressure in a counter flow, as an injection 
apparatus, and by setting a cream time to 3 seconds or less and a rise time to 10 to 120 seconds after the injection. In 
other words, the use of such an injection apparatus and the setting of the cream time and the rise time to such scopes 
so can prevent the cured urethane foam from leaking outside from gaps and at the same time thoroughly avoid an occur- 
rence of clogging during injection. The present invention in a further aspect has been completed on the basis of this 
finding. It is to be noted herein that the term "cream time" referred to in this description is intended to mean a period of 
time from the start of the composition increasing its viscosity to the start time at which a gel strength can be recognized 
and that the term "rise time" referred to therein is intended to mean a period of time from the time of injection of the 
55 composition to the time of suspending the foaming. 

[0057] More specifically, the present invention provides an injection process for injecting a two-pack urethane foam 
composition, in which, upon injecting the two-pack urethane foam composition in the inside of the closed sectional por- 
tion of the vehicle body member with a closed sectional structure and injecting and filling the inside thereof with the 
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cured urethane foam therein by allowing the composition to foam and cure, the two-pack urethane foam composition is 
injected with the two-pack mix, high pressure foaming machine of a type mixing the composition and jetting it under high 
pressure under conditions where the cream time is set to as short as 5 minutes or shorter and the rise time is set to 10- 
120 seconds from the start of injection. 

(Injecting Apparatus and Injecting Method for Filling in Closed Sectional Structure of A Vehicle Body) 

[0058] A injecting apparatus according to the present invention may comprise a manipulator movable to a desired 
position, a jet injector fixed to the manipulator, a supply means for supplying the foaming material to the injector, and a 
controller adapted to control the position of the manipulator so that the injector is aligned in the position in which the 
foaming material can be injected to the inside of the closed sectional structure of the vehicle body through an injection 
port of the same closed sectional structure thereof, and to control the supply means so that the foaming material can 
be injected and filled in the closed sectional structure thereof by only such an amount that is set so as to comply with 
the volume of the inside of the same sectional structure thereof. This construction of the injecting apparatus can inject 
and fill the foaming material in the inside of the closed sectional structure of each part of the vehicle body so as to adapt 
to a flow of a line on which a large number of vehicle bodies are conveyed in sequence. It is to be noted herein that the 
foaming material may include, for example, a two-pack urethane foam composition. 

[0059] In accordance with the present invention, the injecting apparatus may be provided with a position detecting 
sensor for sensing an amount of deviation between the injector mounted on the manipulator and the injection port of 
the closed sectional structure of the vehicle body in such a manner that the amount of deviation is outputted from the 
position detecting sensor to the controller and the position of the manipulator is adjusted by the controller so as for the 
amount of deviation to become zero. Therefore, even if the vehicle body would deviate from the original position, the 
injecting nozzle can be aligned with each injection port of the closed sectional structure of the vehicle body in an accu- 
rate way. 

[0060] Moreover, the present invention may further be provided with a monitor for monitoring the foamed and cured 
states of the foaming material in the inside of the closed sectional structure of the vehicle body, so that the monitor can 
single out a vehicle body with a non-filled portion where no foaming material is injected and filled in the closed sectional 
structure thereof and determine and treat such a vehicle body as a no-good product. 

[0061] Furthermore, in accordance with the present invention, in cases where the monitor inspects the non-filled 
portion of the closed sectional structure of the vehicle body, where no foaming material is injected and filled therein, a 
reference image of the injection port can be corrected in accordance with the position of the non-filled portion in the 
inside of the closed sectional structure of the vehicle body, where no foaming material is injected and filled. 
[0062] It is now to be noted herein that the two-pack urethane foam composition as an object of the invention in 
aspects of a series of the invention, except for the two-pack urethane foam composition for urethane foam, that is, the 
injection method for injecting the two-pack urethane foam composition, the cured urethane foam-filled vehicle body 
member, the cured urethane foam-filling confirming method, the injection process for injecting the two-pack urethane 
foam composition, the injecting apparatus for injecting and filling in the closed sectional structure of the vehicle body, 
and the injecting method therefor, is not limited to a particular kind of the composition and may contain any optional 
composition that can be allowed to foam and cure at ambient temperature. Specifically, the two-pack urethane foam 
composition may include, for example, a two-pack composition consisting of the polyol compound as a major compo- 
nent, preferably, such as a polyether polyol obtainable by the addition reaction of the active hydrogen-containing com- 
pound, e.g., the poly-valent alcohol, bisphenols, amines, etc., with the alkylene oxide, preferably, such as the aromatic 
polyisocyanate, aliphatic or alicyclic polyisocyanate, aromatic aliphatic polyisocyanate, a modified product thereof, ter- 
minal NCO-containing urethane prepolymer obtainable by the reaction between the polyols and an excessive amount 
of such polyisocyanate compounds, etc. Further, for the two-pack urethane foam composition, the major component 
may be formulated with a foaming agent such as, for example, water, the chemically foaming agent of thermally decom- 
posable type (e.g., azodicarbodiamide, p,p'-oxy bisbenzene sulfonyl hydrazide, etc.) or the inorganically foaming agent 
of thermally decomposable type (e.g., sodium hydrogen carbonate, etc.) and, as needed, the reaction catalyst, foam 
stabilizer, coloring agent, plasticizer. filler, fire retardant. antioxidant, and so on. Particularly, it is preferred to formulate 
the two-pack urethane foam composition with such additive so as for the resulting cured material to become hard, ft is 
further to be noted that, for the invention relating to the injection process for injecting the two-pack urethane foam com- 
position, it is preferred to adjust the two-pack urethane foam composition injected from the two-pack mix, high pressure 
foaming machine so as to set the cream time to 5 seconds or shorter and the rise time to 10-120 seconds. 
[0063] Although the above series of the invention can achieve the corresponding effects as sought to be achieved 
by applying it singly, the combination of two or more of the above series of the invention as described above can achieve 
further favorable effects when taken them into account from the viewpoint of the reinforcement of the rigidity of the 
closed sectional structure of the vehicle body and performance of soundproof properties. 

[0064] For instance, when the invention relating to the two-pack urethane foam composition for urethane foam is 
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combined with another of the series of the invention, the further effect of preventing the leakage of the injected two-pack 
urethane foam composition toward outside can be achieved, in addition to those effects as sought to be achieved by 
each of the above invention. In particular, it can be noted herein that the present invention is designed so as to cause 
the two-pack urethane foam composition to fail to leak outside and expand from the closed sectional structure, so that 
5 the application of the invention relating to the such two-pack urethane foam composition to each of the invention relating 
to the injection method and the injection process for injecting the two-pack urethane foam composition can add the 
effects as sought to be achieved by each of the invention for the injection method and process to the effects as achieved 
by the invention for the composition itself. 

[0085] Moreover, upon reinforcing the closed sectional structure of the body of a vehicle such as an automobile, 
10 etc. by filling the cured urethane foam therein, the invention relating to the two-pack urethane foam composition can be 
applied so as to confirm the injecting and filling of the cured urethane foam by the invention relating to the cured ure- 
thane foam-filling confirming method by injecting the two-pack urethane foam composition in accordance with the inven- 
tion relating to the injection process for injecting the two-pack urethane foam composition while injecting and filling the 
composition in the inside of the closed sectional structure of the vehicle body automatically with the manipulator by 
15 using the invention relating to the injecting apparatus for injecting and filling the urethane foam in the closed sectional 
structure. This configuration can inject and fill the closed sectional structure with an appropriate amount of the two-pack 
urethane foam composition without leaking the composition outside, thereby reinforcing the closed sectional structure 
of the vehicle body and producing vehicles with their closed sectional structure reinforced therewith on a mass scale. 
[0066] The features and effects to be achieved by the series of the invention as described above will become appar- 
20 ent to those skilled in the art in the course of the description which follows, with reference to the accompanying drawings 
and the appended claims. 

[0067] Before turning to a detailed description of each embodiment of the series of the invention as described 
above, it is to be understood that each of the invention is not limited to the application of a detailed disposition and con- 
struction of structuring elements as indicated in the accompanying drawings referred to in the following description. It is 
25 further to be understood that the series of the invention as described above can encompass other embodiments within 
the scope thereof and be performed and practiced by various processes and, in addition, that the terms and expres- 
sions as referred to herein are used singly for illustrative purposes and they should not be interpreted to limited mean- 
ings in any respect, unless otherwise stated herein and interpreted in the context. 

30 BRIEF DESCRIPTION OF THE DRAWINGS 

[0068] The present invention will be better understood with reference to the embodiments which will be described 
in more detail hereinafter and to the accompanying drawings. In the accompanying drawings: 

35 Figure 1 is a schematic view showing the state in which a shut-off plate for an injection port is mounted on the inside 
of a structural member to be injected and filled, for use in the injection method for injecting the two-pack urethane 
foam composition according to the present invention. 

Figure 2 is a view showing an example of a rubber-formed member with a cross cut portion through which to open 
and close the injection port; wherein (A) is a plan view and (B) is a front view. 
40 Figure 3 is a schematic view showing an example of a check valve. 

Figure 4 is a perspective view showing a test box (i.e., a structural member to be injected and filled) for use in an 
example of the two-pack urethane foam composition. 

Figure 5 is a perspective view showing an example of an injection frame for use in a leakage test of the two-pack 
urethane foam composition for urethane foam according to an embodiment of the present invention. 
45 Figure 6 is a perspective view showing a partition plate disposed in the injection frame of Figure 5. 

Figure 7 is a schematic view showing an example of a vehicle body member having a closed sectional structure in 
connection with a cured urethane foam-filled vehicle body member according to the embodiment of the present 
invention. 

Figure 8 is a schematic view showing another example of the vehicle body member having the closed sectional 
so structure in connection with the cured urethane foam-filled vehicle body member according to the embodiment of 
the present invention. 

Figure 9 is a schematic view showing a vehicle body member having a closed sectional structure for use with the 
cured urethane foam-filling confirming method according to the embodiment of the present invention. 
Figure 10 is a graph showing an outline of changes (changes in viscosity as an elapse of time) of states in which 
55 the two-pack urethane foam composition was mixed and discharged in the injection process for injecting the two- 
pack urethane foam composition according to the embodiment of the present invention and in which it has been 
discharged. 

Figure 1 1 is a perspective view showing an example of an injection frame for use with the injection process for 
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injecting the two-pack urethane foam composition according to the embodiment of the present invention. 
Figure 12 is a perspective view showing a partition plate disposed in the partition frame of Figure 1 1 . 
Figure 13 is a block diagram showing a first embodiment of a injecting apparatus for the closed sectional structure 
of the vehicle body according to the present invention. 

Figure 14 is a side view showing a vehicle body as an object for injecting and filling with the injecting apparatus of 
Figure 13. 

Figure 15 is a schematic perspective view showing a pillar A portion of the vehicle body of Figure 14. 
Figure 16 is a schematic perspective view showing a pillar 6 portion of the vehicle body of Figure 14. 
Figure 17 is a schematic perspective view showing a pillar B upper portion of the vehicle body of Figure 14. 
Figure 18 is a schematic perspective view showing a locker portion of the vehicle body of Figure 14. 
Figure 19 is a flowchart for controlling the injecting apparatus of Figure 1 3. 

Figure 20 is a perspective view showing a portion connecting the above pillar A portion, a front roof rail portion and 
a front side roof rail portion. 

Figure 21 is a block diagram showing a injecting apparatus for the closed sectional structure of the vehicle body 

according to a second embodiment of the present invention. 

Figure 22 is a flowchart for controlling the injecting apparatus of Figure 21 . 

Figure 23 is a block diagram showing a injecting apparatus for the closed sectional structure of the vehicle body 
according to a third embodiment of the present invention. 

Figure 24 is a schematic view showing a method for correcting a reference image of an injection port. 
DESCRIPTION OF THE PREFERRED EMBODIMENTS 
(Injection Method for Injecting Two- Pack Urethane Foam Composition) 

[0069] A detailed description will be made of embodiments of the invention relating to the injection method for 
injecting a two-pack urethane foam composition (hereinafter referred to as a "foaming material" or an "expandable 
material") with reference to the accompanying drawings. The such injection method according to the present invention 
has the object for preventing the leakage of the injected composition due to a back flow upon injecting the foaming 
material, and is characterized in that the objects can be achieved by making modifications as shown in Figures 1 to 3, 
inclusive. 

(i) As shown in Figure 1 , a shut-off plate 3 for an injection port 2 is mounted with, e.g., a hinge 4 on the inner side 
of a structural member 1 to be injected and filled. With this configuration, a discharging and injecting nozzle of a 
mixing head (not shown) is inserted through the injection port 2 or brought into contact therewith. As the foaming 
material is then injected into the inside of the structural member 1 through the injection port 2 in this state, the shut- 
off plate 3 is caused to be raised upwardly as indicated by the arrow in Figure 1 . On finishing the injection and sus- 
pending the applying of the foaming material or injecting from the discharging nozzle of the mixing head into the 
injection port 2, the shut-off plate 3 is allowed to drop down and close the injection port 2, thereby preventing the 
injected foaming material from back flow after foaming and curing. 

(ii) As shown in Figures 2(A) (a plan view) and 2(B) (a front view), a rubber-formed member 6 is provided with a cut 
portion 5 (e.g., an X-shaped cross cut, etc.) which can be opened or closed and through which the foaming material 
can be injected and filled therein. The rubber-formed member 6 is disposed on the structural member 1 such that 
the cut portion 5 is fixed into the injection port 2. With this configuration, the discharging nozzle of the mixing head 
is inserted into or through the cut portion 5 of the rubber -formed member 6 or brought into contact therewith, and 
the foaming material can then be injected and injected into the structural member 1 . As the cut portion can be 
attached so tight to the discharging nozzle of the mixing head and the boundary between the discharging nozzle 
thereof and the cut portion can be kept in an airtight state due to elasticity of the rubber material, the leakage of the 
foaming material injected therein from the inside of the structural member due to a back flow can be prevented thor- 
oughly. 

(iii) As a further modification, as shown in Figure 3, a check valve 7 is mounted on the injection port 2, the check 
valve 7 being designed so as to allow a fluid to pass in a one direction only. With this configuration, a valve 8 of the 
check valve 7 is caused to move as in the direction as indicated by arrow in Figure 3 and open a passage for the 
foaming material when the foaming material is injected from the discharging nozzle in the same direction. The valve 
7 can return to its original position immediately after the suspending of the injecting of the foaming material, thereby 
completely preventing an occurrence of a back flow of the foaming material once injected therein. 

[0070] Then, a description will be made of specific examples of the embodiment of the present invention. 

[0071] As shown in Figure 4, a test box 1 1 of a dimension of 50 x 50 x 300 mm was prepared, and an injection port 
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1 2 of a 20 mm diameter is provided in the front wall thereof. Inside the test box 1 1 , a partition plate 1 3 of a 50 x 46 mm 
dimension and a partition plate 14 of a 50 x 46 mm dimension are mounted in the positions as indicated in the drawing. 
As a foaming material, there was used a two-pack urethane foam composition consisting of a major component (50 
parts by weight of a polyether polyol: Product of Sanyo Kasei Kogyo K.K., Trade name: SANNIX™ TP-700; 0,1 part by 

5 weight of water; and 1 part by weight of a reaction catalyst) and a curing agent (50 parts by weight of crude MDI). 
[0072] A rubber-formed member (an outer diameter: 20 mm; an inner diameter: 15 mm) with an X-shaped cross 
cut was inserted into the injection port 1 2. The resulting foaming material in the amount of 200 grams was then injected 
into the test box 1 1 through the injection port 12 from a discharging nozzle of a mixing head (Toho Kikai Kogyo K.K.; 
Model: SP-205; an opening size, 8 mm<t> in an outlet diameter). As a result of test, the leakage of the cured urethane 

w foam was recognized in the amount of as slightly small as 5 grams. 

[0073] In contrast to this test, a similar test was carried out by using the same construction of the test box and the 
mixing head, etc., with the rubber-formed member excluded therefrom. As a result, it was found that the cured urethane 
foam was leaked outside in the amount as large as 26 grams. 

15 (Two-Pack Urethane Foam Composition for Urethane Foam) 

[0074] The following is a description of an embodiment relating to a mode of using the forming material containing 
the above components for the invention relating to the two-pack urethane foam composition for urethane foam. 
[0075] First, the polyol compounds of the major component (a) are formulated with a specific limited foaming agent 
20 only or with a mixture of a foaming agent, selected optionally from the limited foaming agent and the conventional foam- 
ing agent, with a specific amine compound, followed by adding a foam stabilizer, catalyst and any other additive com- 
ponent, as needed, and then mixing them. 

[0076] Then, the resulting forming material was mixed rapidly and continuously with a polyisocyanate compound as 
the curing agent (b) at a constant rate, followed by foaming and allowing to cure immediately after injecting (applying) 
25 it into a given site. This process yielded a hard or soft urethane foam having a predetermined specific gravity. It is to be 
noted herein that the foaming rate of the foam may be generally set to approximately 1 .5 to 4 times for use with rein- 
forcement purposes. 

[0077] For uses of the two-pack urethane foam composition according to the present invention, it is particularly use- 
ful for the application as a foaming material for use in injecting it mainly in a pillar having a closed sectional structure of 

30 the vehicle body of an automobile because no injected composition leaks outside and expands from gaps of injection 
ports upon injecting and foaming the two-pack urethane foam composition. In addition thereto, the two-pack urethane 
foam composition may be generally applied to a sufficient extent to an interior or exterior member (e.g., door lining, con- 
sole box, instrument panel, air-conditioning spoiler, etc.) of a general-use automobile, furniture and housings for elec- 
trical devices, etc., interior part members, and so on. 

35 [0078] The present invention will be described in more detail by way of specific examples. 

Examples 1 to 8: 

[0079] Two-pack urethane foam compositions were prepared in accordance with the procedures as described 
40 above by mixing major component (composed of polyol compounds, amine compounds (3,3'-dimethyl-4,4'-diaminodi- 
cyclohexyl methane), a foaming agent and a reaction catalyst (pentamethylene diethyl tetramine)) and crude MDI as 
the curing agent in amounts as indicated in Table 1 below. After mixing all the components, the forming material was 
immediately subjected to a test for the following performance as will be described below. The test results are shown in 
Table 1 below. 

45 

Specific Gravity: 

[0080] The specific gravity of the cured urethane foam was measured in accordance with JIS K7222. 
so Leaking Performance: 

[0081] Using a two-pack mixing, high-pressure foaming machine (Gusmer; Model H-2000) and a mixing head 
(Gusmer; Model GX-7), the two-pack urethane foam compositions prepared in the above examples were injected in an 
injection frame 1a, as shown in Figure 5, each in the amount so as to allow the volume of the cured urethane foam to 
55 amount to 2,600 cc, and there was confirmed the presence or absence of leaking the cured urethane foam from gaps 
5a (supposed to be used for a flange), each of 1 mm, on the both sides of the front surface of the injection frame 1 a and 
the presence or absence of sagging from a partition plate 6a (with a clearance of 2 mm). 

[0082] In Table 1 below, symbol "O" shown in the row entitled as "Leaking Performance" indicates no leaking of the 
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cured urelhane foam from the flange (i.e., gap of a 1 mm length) and no sagging thereof (in the length of 50 mm or 
longer) from the partition plate 6a (having a clearance of 2 mm). Symbol "x" shown in the row entitled as "Leaking Per- 
formance" indicates leaking of the cured urethane foam from the flange (i.e., gap of a 1 mm length) and sagging thereof 
(in the length of 50 mm or longer) from the partition plate 6a (having a clearance of 2 mm). 
5 [0083] As shown in Figure 5, the injection frame 1a was assembled with a rear frame plate 2a (130 x 500 x 15 mm), 
side frame plates 3a and 3b (100 x 500 x 15 mm), and a front frame plate 4a (130 x 500 x 15 mm) so as to provide a 
gap 5a of a 1 mm width on the front side. Further, the partition plate 6a as shown in Figure 6 was fixed with its top sur- 
face located below by 440 mm from the top surface of the frame 1a and with its front end surface located having a clear- 
ance of 2 mm from the inner rear surface of the front wall. 

10 

Bending Performance: 

[0084] The bending modulus (Mpa) was measured in accordance with JIS K7221 under the following conditions: 
15 Conditions 

[0085] Asa shape, height: 10 mm; width: 10 mm; length: 150 mm 

Distance between support points: 1 00 mm 
20 Testing speed: 10 mm per minute 
Pressure wedge: 5 mm 
Radius of support base: 2 mm 
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0.4 
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0.4 
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In table 1 : 
55 [0086] 
*1) 
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Polyol A: Polyether triol (trimethylol propane base) of Sannyo Kasei Kogyo K.K.; 

Trade name "SANNIX™ TE-300" 
Polyol B: Polyether trial (trimethylol propane base) of Sannyo Kasei Kogyo 

K.K.; Trade name "SANNIX™ TP-700" 
Polyol C: Polyether trial (toluene diamine base) of Sannyo Kasei Kogyo K.K.; 

Trade name "SANNIX™ HA-501" 

Polyol D: Glycerin base terminal isobutylene oxide adduct (polyether triol) 

*2) The amount of the amino group or imino group of the amine compound 

(in this example, -NH 2 group only) to the total amount of the 

polyol compound and the curing agent can be calculated by the formula 

(e.g., in Example 1) as follows: 

NH 2 group value = (2 x 32/238)/(50 + 50) x 100 = ca. 0.27% 

*3) ADCA: Azodicarbodiamide 

OBSH: p, p'-Oxy bisbenzene sulfonyl hydrazide 

[0087] From the results of Table 1 , it is recognized that the two-pack urethane foam composition can be injected at 
the objective location without causing leaking and the hard urethane foam having an excellent mechanical strength can 
be formed by adding the appropriate amounts of the particular amine compound and the foaming agent to the major 
component (in Examples 1 -6). Further, in Examples 7 and 8, it can be confirmed that the urethane foam having a spe- 
cific gravity in the appropriate scope can be formed. 

(Cured Urethane Foam-Filled Vehicle Body Member and Injected Method for Filling Cured Urethane Foam) 

[0088] The examples concerning the invention relating to the cured urethane foam-filled vehicle body member and 
to the injected method for injecting and filling the cured urethane foam are characterized in that one or two or more 
cured urethane foam-filled confirming openings is or are disposed at given locations of the structural member as shown 
in Figures 7 and 8. For instance, as shown in Figure 7, when the two-pack urethane foam composition is injected from 
the injection port 6b, it is first allowed to move toward the front pillar 3c and then expand toward the front side roof rail 
2b. During this period of time, the composition also moves around the top end portion and the corner portion and then 
advances upwardly above the front roof 1b, eventually reaching the limit position P as shown in the drawing. 
[0089] Therefore, it can be visually confirmed whether the filling volume of the cured urethane foam to be formed is 
running short or not by locating the cured urethane foam-filling confirming opening H in the position by 50 mm or 
shorter, preferably 1 -30 mm, on this side of the limit position P. With this configuration, when the opening H is generally 
seen from yellow to yellow brown in color, it means that the cured urethane foam is extending through the location. If no 
foam is located therein, the opening H is seen dark black as it is in an empty state. 

[0090] If the position of the cured urethane foam-filling confirming opening H is situated by more than 50 mm 
beyond the limit position P, it becomes difficult to judge an accurate status of the filling volume as to whether it is appro- 
priate or not even if the presence of the cured urethane foam has been confirmed at the position of the opening H. 
[0091] Further, the opening size of the cured urethane foam-filling confirming opening H may be set to 10 mm or 
smaller, preferably from 1 to 7.5 mm. If the opening size is larger than 10 mm, the cured urethane foam may leak and 
expand from the opening, and it is not desired from the point of view that the resulting urethane foam may be not 
increase rigidity of the vehicle body. 

[0092] From the same point of view as the cured urethane foam-filling confirming opening H is disposed, the struc- 
tural member as shown in Figure 8 may be provided with two urethane foam-filling confirming openings H1 and H2. 
[0093] By locating the cured urethane foam-filling confirming opening or openings in the manner as described 
above, it is possible to confirm with the eye whether the filling volume of the cured urethane foam is appropriate or not 
and at the same time to assure the intensity and rigidity as guaranteed on a design. Further, it can be avoided in 
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advance to produce vehicles in a large number, which can be predicted to become short of the filling volume of the 
cured urethane foam. Moreover, when it is found with the eye that the filled amount of the urethane foam is lacking, it is 
also possible to determine a rough amount of the lack of the cured urethane foam therein by inserting a wire or the like 
through the cured urethane foam-filling confirming opening and then to inject an additional amount of the foaming mate- 
5 rial through an injection port which may be disposed separately. 

[0094] Then, the present invention will be described in a more specific fashion by way of examples. 

Structural member as shown in Figure 7: 

[0095] Inner volume: 1 ,250 cc. 

[0096] Urethane foam-filling confirming opening H: situated by 30 mm on this side from the limit position P; opening 
size, 3 mm. 

[0097] Injection port 6b: port size, 20 mm. 

[0098] The two-pack urethane foam composition (density after foaming: 350 kg/m 3 ) was injected in the total amount 
of 438 grams at the rate of 5 kg per minute through the injection port 6b by means of a two-pack mixing foaming 
machine. In this case, the location of the cured urethane foam was confirmed with the eye through the cured urethane 
foam-filling confirming opening H disposed in the front roof 1b. Further, it was recognized that no urethane foam was 
leaked and expanded whatsoever from the opening H. 

20 Structural member as shown in Figure 8: 

[0099] Inner volume: 1 ,300 cc. 

[0100] Urethane foam-filling confirming openings H1, H2: situated by 30 mm far from the upper side edge (limit 
position of the side roof rail 8a); each opening size, 5 mm. 
[0101] Injection port 12b: port size, 20 mm. 

[0102] The two-pack urethane foam composition (density after foaming: 350 kg/m 3 ) was injected in the total amount 
of 455 grams at the rate of 5 kg per minute through the injection port 12a by means of a two-pack mixing foaming 
machine. In this case, the location of the cured urethane foam was confirmed with the eye through the cured urethane 
foam-filling confirming openings H1 and H2 disposed in the side roof rail 8a. Further, it was recognized that no urethane 
foam was leaked and expanded whatsoever from the cured urethane foam-filling confirming openings H1 and H2. 
[0103] The present invention having the above configuration can confirm with the eye whether the cured urethane 
foam is injected and filled over the entire predetermined length of the closed sectional portion of the vehicle body mem- 
ber having a closed sectional structure and assure the intensity and rigidity as guaranteed on a design and designed 
on the basis of the application of such cured urethane foam, by locating the cured urethane foam-filling confirming 
opening of a particular dimension in a position around a filled site to which the cured urethane foam eventually reaches 
after the injection and by foaming of the two-pack urethane foam composition in the vehicle body member having a 
closed sectional structure. Moreover, the present invention can serve as an effective means for practically utilizing a 
injecting method for injecting and filling a cured urethane foam, which can meet social needs for making the weight of 
a vehicle body lightweight and achieving improvements in intensity and rigidity of a vehicle body. 

(Cured Urethane Foam-Filling Confirming Method) 

[0104] The examples of the invention relating to the cured urethane foam-filling confirming method are intended to 
illustrate a way of determining a temperature difference between a filled site and a non-filled site by measuring in a non- 
45 contact way the temperature at locations on the side surface of the vehicle body member as shown in Figure 9. For 
instance, as shown in Figure 9, when the two-pack urethane foam composition as a foaming material is injected from 
the injection port 6c, the foaming material first travels toward the front pillar 3d while being allowed to foam and cure 
(and at the same time producing heat) and then expands toward the front side roof rail 2c, eventually expanding 
upwardly above the front roof 1c around the upper end portion and the corner portion thereof and reaching the limit 
so position P as indicated in Figure 9. It is to be noted herein that the panel temperature at the packed location of the vehi- 
cle body member rises as the temperature (generally about 1 70°C) elevates due to heat produced by the reaction of 
the two-pack urethane foam composition. Although a velocity at which the temperature rises may vary with a panel 
thickness or a double structure of the panel, the rise of the temperature in the panel can be confirmed as aging by set- 
ting up a standard to 1 to 5 minutes (if the panel thickness is thicker than required, a standard may be set up to about 
55 2 to 5 minutes). And it is confirmed that the temperature generally reaches 50°C to 100°C at the urethane foam-filled 
site (on the other hand, the temperature rise at the non-filled site may usually be somewhat lower than the ambient tem- 
perature, i.e., to 40°C or less). Therefore, the filled site and the non-filled site of the vehicle body member can be dis- 
tinguished from each other on the basis of the temperature difference (usually 10°C or higher, preferably 20°C or 
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higher) by measuring in a non-contact way the panel temperature at the locations on the side surface of the to-be-filled 
closed sectional structure within a predetermined period of time after the foaming and curing of the two-pack urethane 
foam composition. Then, the appropriateness or inappropriateness of the filling volume of the urethane foam can be 
confirmed on the basis of the distinction of the filled site from the non-filled site. Moreover, at the same time, the inten- 
sity and rigidity of the vehicle body member can be assured as guaranteed on the design, thereby avoiding in advance 
the production of vehicles which can be predicted so as to have a portion short of the required filling volume. 
[0105] In addition, once such a portion short of the required filling volume would be detected, however, the lack of 
the required filling volume can be compensated for by injecting an additional amount of the two-pack urethane foam 
composition through an injection port which in turn may be disposed separately around the non-filled site of the vehicle 
body member. 

[0106] In accordance with the present invention, the non-contact temperature measurement may be carried out by 
any conventional means which can sense infrared rays emitting naturally from an object and make a multi-point display 
of the temperature on a surface of the object in a non-contact way or can provide a temperature distribution as thermal 
image data. Such means is generally referred to as infrared thermal image device or infrared radiation thermometer. 
[0107] Furthermore, the system according to the present invention may be installed with a device having the func- 
tions of generating a signal indicating the appropriateness of the filling volume and giving information that the filling vol- 
ume is appropriate, when the temperature of an object for measurement is located inside a predetermined monitor 
temperature scope by measuring the temperature at sites of the object, detecting a packed site and a non-packed site 
thereof, and determining a temperature difference between the packed and non-packed sites. On the other hand, when 
the temperature of the object for measurement is located outside the predetermined monitor temperature scope, i.e., 
when a temperature difference between the filled site and the non-filled site of the object does not amount to 10°C or 
higher, a device may further be installed which can produce an alarm signal such that the filling volume is not appropri- 
ate. 

[01 08] Specific details of the example will be described hereinafter. 

[0109] A two-pack urethane foam composition (density after foaming: 350 kg/m 3 ) in the total amount of 438 grams 
was injected into a vehicle body member as shown in Figure 9 (having the inner volume of 1 ,250 cc in a closed sectional 
structure) through an injection port 6c (having a port size of 20 mm) at the rate of 5 kg per minute with a two-pack mixing 
high-pressure foaming machine. When 2 minutes elapsed after foaming and curing, the panel temperature was meas- 
ured at sites (points A to F) as shown in Figure 9 with an infrared thermal image device (Nippon Abionix K-K.; Model: 
TVS-1 10). The panel temperature at the sites was as follows: point A, 58°C; point B, 54°C; point C, 63°C; point D, 22°C; 
and point E, 25°C. 

[0110] In addition, an overall distribution of the panel temperature including the points A-F was observed by the 
same measurement device. 

[01 1 1 ] It was further confirmed that no buzzer was given as a result of measurement by means of the same meas- 
urement device installed additionally with an alarm unit that can issue an alarm signal and produce a buzzer when the 
temperature difference between every two points (points A and D; points B and E; and points C and F) does not reach 
10°C or smaller. 

[0112] With the above configuration, the present invention can confirm whether the cured urethane foam is injected 
and filled over the entire predetermined length of the closed sectional portion of a vehicle body member having a closed 
sectional structure and assure the intensity and rigidity as guaranteed on a design and designed on the basis of the 
application of such cured urethane foam, by measuring the panel temperature in a non-contact way within a predeter- 
mined period of time after the injection and foaming of the two-pack urethane foam composition in the vehicle body 
member. Moreover, the present invention can serve as an effective means for practically utilizing a method for injecting 
and filling a cured urethane foam, which can meet social needs for making the weight of a vehicle body lightweight and 
achieving improvements in intensity and rigidity of a vehicle body. 

(Injection Process for Injecting Two-Pack Urethane Foam Composition) 

[01 13] The examples of the invention relating to the injection process for injecting the two-pack urethane foam com- 
position are characterized in that the two-pack urethane foam composition as an object is injected in the' inside of a 
closed sectional structure of a vehicle body member (such as, e.g., a pillar section, a roof section, a side member sec- 
tion, a locker section, etc.) by means of a two-pack mixing high-pressure foaming machine for mixing with jetting out the 
two-pack composition in a counter flow under high pressure. The curing behavior injection changes the states of the 
two-pack urethane foam composition after mixing and discharging (injecting) as shown in Figure 10. More specifically, 
when the major component is mixed with the curing agent, the resulting mixture may become viscous enough to cause 
neither sagging nor leaking and expanding in about 3 seconds or shorter after discharging (in other words, the cream 
time being within 3 seconds). Moreover, by setting the rise time to 1 0-1 20 seconds, preferably 1 5-60 seconds, the cured 
urethane foam can be injected and filled in every corner so as to satisfy the filling volume of the urethane foam therein, 
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and no cured urethane foam leaks and expands completely from any gap of the closed sectional structure. 
[0114] As the two-pack mixing high-pressure foaming machine, there may preferably be used a machine installed 
with a compact and lightweight mixing head, and such a machine may include, for example, a two-pack mixing high- 
pressure foaming machine (Gusmer; Model: VH-3000) installed with a mixing head (Toho Kikai Kogyo K.K.; Model: NR- 
205). 

[0115] Then, the present invention will be described in more detail by way of specific examples with reference to a 
comparative example. 

Examples 1 & 2 and Comparative Example 1 

[0116] Using the major component (composed of polyol compounds, amine compounds (3,3'-dimethyl-4,4'-diami- 
nodicyclohexyl methane), a foaming agent (water) and a reaction catalyst (pentamethylene diethyl tetramine)) and 
crude MDI as a curing agent in the amounts as indicated in Table 2 below, the resulting mixture was injected into an 
injection frame 1d (supposed to form a locker portion), as shown in Figure 1 1 , in accordance with the following proce- 
dures by means of the two-pack mixing high-pressure foaming machine VH-3000 installed with the mixing head NR- 
205 (Toho Kikai Kogyo K.K.). Table 2 below indicates the test results of performance test (packing performance and 
leakage or expanding), together with the cream time and rise time. 

[01 17] It is to be noted herein that the injection frame 1 d comprises component panels (each having a thickness of 
1 5 mm) having dimensions (in mm unit) as shown in Figure 1 1 , i.e., a rear frame plate 2d, frame plates 3e, 3f, 3g and 
3h, a side frame plate 4d (having an injection port 4B of a 20 mm diameter disposed at its upper location), and a bottom 
plate 5d, and that they are assembled together in the manner as indicated in Figure 1 1 by locating a gap 6d of a 2 mm 
distance apart toward the rear from the side frame plate 4d. Further, a partition plate 7b having the dimensions (in mm 
unit), as shown in Figure 1 2, is fixed for its side surface to be located in the position by 245 mm apart from the left-hand, 
inner side surface of the frame 1d in such a manner that the clearance from the frame plate 3g and the bottom plate 5d 
is set to be 2 mm. 

Procedures of Injection 

[0118] The two-pack urethane foam composition component composed of the major component and the curing 
agent are supplied to a mixing head through hoses of a 3/8 inch size and a 1/4 inch size, respectively, from a foaming 
material supply cylinder unit having its hydraulic pressure set to 50 kg per square meter while maintaining the temper- 
ature of each of the foaming materials at 40°C, in order to manage characteristics such as, for example, the viscosity of 
the foaming materials, the reaction velocity, and so on within a predetermined range. In this case, the foaming material 
fed can be returned to a container through a similar piping. The foaming materials are discharged from the mixing head 
by pulling a cylinder by hydraulic pressure applied from a hydraulic pressure source at the time of discharging. At this 
time, a circulating pathway is configured so as to be blocked or to restrict a flow rate thereof. To suspend the discharge 
of the foaming material, the hydraulic pressure is controlled to return the cylinder with an electromagnetic valve by 
means of a timer or the like. (In this case, the hydraulic pressure is set to 150 - 200 kg per square meter. The amount 
of discharging the foaming materials may be adjusted each to 5,000 cc per minute. The nozzle size of a injecting nozzle 
of the mixing head is adjusted so as to set the pressure at the time of discharging the respective foaming materials to 
75 to 150 km 'f/cm 2 . The amount of injecting the two-pack foaming materials is set so as for the filling volume after 
foaming to amount to 3,300 cc. 

Performance Tests 

(1) Injecting performance: 

[0119] When the injection frame 1d is injected and filled completely to the depth of 100 mm from the bottom, the 
result is indicated by symbol "O". On the other hand, symbol "X" is indicated where it is not injected and filled com- 
pletely. 

(2) Leaking or expanding performance: 

[0120] When the cured urethane foam is leaked and expanded in the length of 50 mm or larger from the gap 6d of 
the injection frame 1d, the test result is indicated as symbol "X". On the other hand, when it is not leaked so much, the 
test result is indicated as symbol "O". 
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TABLE 2 





EXAMPLES 


COMPARATIVE EXAM- 
PLE 1 




1 


2 




Polyols *1 (Hydroxyl 
group value) 








Polyol A (560) 




25 




Polyol B (240) 


50 


25 


50 


Amine compound 




3 




Foaming agent (water) 


2 


0.1 


2 


Catalyst 


1 


1 


0.2 


Curing agent 


62 


62 


62 


Cream time (seconds) 


Within 3 


Within 3 


10 


Rise time (second) 


15 


30 


60 


Injecting performance 


O 


O 


O 


Leaking performance 


O 


O 


X 



In table 2: 
[0121] 
*1) 

Polyol A: Polyether triol (trimethylol propane base) of Sannyo Kasei Kogyo K.K.; 

Trade name "SANNIX™ TE-300" 
Polyol B: Polyether triol (trimethylol propane base) of Sannyo Kasei Kogyo 

K.K.; Trade name "SANNIX™ TP-700" 

[0122] From the test result as shown in Table 2 above, it is found possible to carry out injection work for injecting 
the two-pack urethane foam composition even in the step close to finishing the assembly of a vehicle in the vehicle 
assembly line because the two-pack urethane foam composition does not cause any leaking outside and expanding 
and any sagging from the gap and so on of the closed sectional structure of the automobile by ensuring the predeter- 
mined cream time and rise time. 

(Injecting Apparatus and Injecting Method for Injecting in Closed Structure Structure of Vehicle Body with Manipulator) 

[0123] The following is a description of an embodiment of the invention relating to the injecting apparatus and the 
injecting method for injecting and filling the closed sectional structure of the vehicle body with reference to Figures 13 
to 20. 

[0124] An embodiment of the invention relating to the injecting apparatus for injecting and filling the closed sectional 
structure of the vehicle body comprises a robot 10 acting as a manipulator movable to a desired location, a injector 50 
mounted on the robot 1 0 for injecting a foaming material, a pump 56 acting as a supply means for supplying the foaming 
material, such as a two-pack urethane foam composition, to the injector 50, and a controller for controlling the position 
of the robot 10 so as to align the injector 50 with an injection port of the closed sectional structure of the vehicle body 
and controlling the pump 56 so as to inject and fill the two-pack urethane foam composition in the amount that can be 
set so as to comply with the volume of the closed sectional structure thereof. 

[0125] In this embodiment, the robot 10 of Figure 13 comprises the manipulator as described above. The robot 10 
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is disposed at a work 1 4a along an automobile assembly line 1 2a. A detector 16 is disposed in a position close to the 
robot 10 so as to sense the entry of a vehicle body (e.g., a white body) 100 into the work 14a. 
[0126] The robot 10 may comprise a base section 20 fixed on a floor 18 of a plant, a body section 24 mounted on 
the base section 20 so as to pivot about a longitudinal axis 22, a first arm section 28 mounted on the body section 24 
so as to pivot about a transverse axis 26, a second arm section 32 mounted on the edge of the first arm section 28 so 
as to pivot about a transverse axis line 30, and a hand section 38 mounted on the edge of the second arm section 32 
so as to pivot about a transverse axis 34 and mounted so as to rotate about a rotational axis 36. 
[01 27] With this configuration, as the vehicle body 1 00 is conveyed on the assembly line 1 2a and reaches a position 
close to the robot 10, the detector 16 detects it and sends a signal to a controller 40 through an input/output (I/O) unit 
42 that the vehicle body enters into the work 14a. Then, the controller 40 gives an instruction to the robot 10 through 
the I/O unit 42 on the basis of the signal. Then, the body section 24 is operated to pivot with respect to the base section 
20 on the basis of the instruction, and the first arm section 28 is operated to pivot with respect to the body section 24. 
Further, the second arm section 32 is operated to pivot with respect to the first arm section 28, while the hand section 
38 is operated to rotate or pivot with respect to the second arm section 32, thereby transferring the hand section 38 to 
a desired position. 

[0128] The injector 50 is fixed to the tip side, i.e., the terminal end side, of the hand section 38. The injector 50 is 
provided with a discharging and injecting nozzle 52 directed to the assembly line 12a. The discharging and injecting 
nozzle 52 may be provided with an openable valve (not shown). By controlling the timing of opening this valve, the tim- 
ing of starting discharging the foaming material (hereinafter, a two-pack urethane foam composition being used in this 
embodiment) can be controlled in a more accurate way. Further, by controlling the timing of closing the valve after dis- 
charging the two-pack urethane foam composition, an extension of the two-pack urethane foam composition after dis- 
charging can be prevented effectively. This valve may comprise part of the supply means. The injector 50 is connected 
to a pair of pumps 56 (in the drawing, they are indicated as one pump) through a conduit 54, and the pair of the pumps 
56 are in turn connected to tanks 58 and 60, respectively. The tank 58 is stored with the major component (e.g., a polyol 
compound), and the tank 60 is stored with the curing agent (e.g., a polyisocyanate curing compound). Each of the major 
compound and the curing agent for the two-pack urethane foam composition is supplied separately to the injector 50 
under pressured condition through the pair of the pumps 56, and the two-pack compositions are mixed therein upon 
impact, followed by discharging the foaming material from the discharging and injecting nozzle 52. 
[01 29] On the automobile assembly line 1 2a, vehicle bodies 1 00 are conveyed in sequence in a spaced relationship 
apart in a predetermined distance, as shown in Figures 13 and 14. In Figure 1 3, the vehicle body 100 is indicated briefly 
as a box -shaped figure by dot line in order to clearly indicate the feature of this embodiment. The vehicle body 100 is 
indicated so as to flow with its head directed forehand. In this embodiment, for instance, the vehicle body 100 may com- 
prise a pillar A section 102, a pillar B section 104, a pillar B upper section 108 constituting part of a roof section 106 
disposed on the upper side of the pillar B section 104, and a locker section 110. Each of these sections may constitute 
a closed sectional structure of the vehicle body (in other words, a closed space structure of the vehicle body). It is to be 
noted herein, however, that the closed sectional structure is not limited to those sections, and such a closed sectional 
structure of the vehicle body may be constituted by a front side member 130, a side impact bar 132 to be mounted on 
a door, a cross member 134, a rear side member 136, and a bumper reinforcement 138, among other portions. 
[0130] The robot 10 as shown in Figure 13 is particularly designed so as to adapt to discharge and injecting the 
two-pack urethane foam composition in the inside of the closed sectional structure of the pillar A section 102, the pillar 
B section 104, the pillar B upper section 108, and the locker section 110, which are disposed on the right side when 
looked at Figure 1 3 (or on the side indicated in Figure 1 4). Another robot (although not shown) is disposed on the oppo- 
site side of the robot 1 0 as shown in Figure 1 3 in order to discharge and inject the two-pack urethane foam composition 
in the inside of the closed sectional structure of the pillar A section 1 02, the pillar B section 104, the pillar B upper sec- 
tion 1 08, and the locker section 1 1 0, which are disposed on the left side when looked at Figure 1 3. When a robot is dis- 
posed as a manipulator in a manner as hanging from the ceiling, it can be transferred on the both sides of the vehicle 
body so that the filling of the foaming material can be carried out with only one robot. 

[0131] The pillar A section 102 is provided with an injection port 102a opening toward the cabin side in a side wall 
102a on the cabin side thereof (as shown in Figure 15). At a lower portion of the inside of the pillar A section 102 is 
mounted a partition wall 102c which in turn defines a closed sectional structure 1 02d in the inside of the pillar A section 
102 (in other words, a closed space structure 102d of the vehicle body). The closed sectional structure 102d serves as 
preventing the injected two-pack urethane foam composition from leaking and expanding into other locations. The injec- 
tion port 1 02b is disposed so as to communicate with the closed sectional structure 1 02d of the vehicle body. 
[0132] The pillar B section 104 is provided with an injection port 104b opening toward the cabin side in a side wall 
104a on the cabin side thereof (as shown in Figure 16). At a lower portion of the inside of the pillar B section 104 is 
mounted a partition wall 104c which in turn defines a closed sectional structure 104d in the inside of the pillar B section 
104 (in other words, a closed space structure 104d of the vehicle body). The injection port 104b is disposed so as to 
communicate with the closed sectional structure 104d of the vehicle body. 
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[01 33] The pillar B upper section 1 08 is provided with an injection port 1 08b opening toward the cabin side in a side 
wall 108a on the cabin side thereof (as shown in Figure 1 7). At a lower portion of the inside of the pillar B upper section 
108 is mounted a partition wall 108c which in turn defines a closed sectional structure 108d in the inside of the pillar B 
upper section 109 (in other words, a closed space structure 108d of the vehicle body). The injection port 108b is dis- 
posed so as to communicate with the closed sectional structure 108d of the vehicle body. 

[0134] The locker section 1 10 is provided with an injection port 1 10b opening toward the cabin side in a side wall 
1 10a on the cabin side thereof (as shown in Figure 18). At a lower portion of the inside of the locker section 1 10 is 
mounted a partition wall 1 10c which in turn defines a closed sectional structure 11 Od in the inside of the locker section 
1 10 (in other words, a closed space structure 1 10d of the vehicle body). The injection port 1 10b is disposed so as to 
communicate with the closed sectional structure 1 10d of the vehicle body. 

[0135] In this embodiment, there may be selected any position in which the discharging and injecting nozzle 52 can 
be engaged with the injection port, as the position in which the two-pack urethane foam composition can be injected 
and filled in the closed sectional structure of the vehicle body through the injection port of the closed sectional structure 
thereof. With this configuration, the leakage of the foaming material between the injection port and the discharging and 
injecting nozzle can be prevented completely. It is to be noted, however, that, if there is no risk that the two-pack ure- 
thane foam composition leaks or expands, the injection port may simply be aligned with the discharging and injecting 
nozzle or only a tip portion of the discharging and injecting nozzle 52 may simply be inserted into the injection port. 
[0136] The controller 40 is connected to a memory section 62. The memory section 62 is saved with a control pro- 
gram for controlling the robots. Moreover, it is saved with, for example, space coordinates of a first reference position in 
which the discharging and injecting nozzle 52 is engaged with the injection port 1 04b of the pillar B section 1 04, space 
coordinates of a second reference position in which the discharging and injecting nozzle 52 is engaged with the injec- 
tion port 108b of the pillar B upper section 108, space coordinates of a third reference position in which the discharging 
and injecting nozzle 52 is engaged with the injection port 102a of the pillar A section 102, space coordinates of a fourth 
reference position in which the discharging and injecting nozzle 52 is engaged with the injection port 1 10b of the locker 
section 110, and so on. 

[0137] The controller 40 is configured such that, on the basis of instruction from the control program stored in the 
memory section 62, it reads the space coordinates of the first reference position from the memory section 62 and start 
driving the robot 1 0 to transfer the discharging and injecting nozzle 52 to the space coordinates of the first reference 
position and engage the discharging and injecting nozzle 52 with the injection port 1 04b of the pillar B section 1 04. After 
the discharging and injecting nozzle 52 has been aligned in the manner as described above, the pump 56 is driven to 
supply the two-pack urethane foam composition in the amount set so as to correspond to the volume of the closed sec- 
tional structure 1 04d of the pillar B section 104. Then, the controller 40 reads the space coordinates of the second ref- 
erence position from the memory section 62 to drive the robot 10, thereby transferring the discharging and injecting 
nozzle 52 to the space coordinates of the second reference position and engaging the discharging and injecting nozzle 
52 with the injection port 108b of the pillar B upper section 108. Thereafter, the pump 56 is driven to inject and fill the 
two-pack urethane foam composition in the amount that is set so as to comply with the volume of the closed sectional 
structure 108d of the pillar B upper section 108. Thereafter, the controller 40 reads the space coordinates of the third 
reference position from the memory section 62 to drive the robot 10, thereby transferring the discharging and injecting 
nozzle 52 to the space coordinates of the second reference position so as to engage with the injection port 102a of the 
pillar A section 102 and thereafter injecting and filling the two-pack urethane foam composition in the amount that can 
comply with the volume of the closed sectional structure 102d of the pillar A section 102. Then, the controller 40 reads 
the space coordinates of the fourth reference position from the memory section 62 to drive the robot 10, followed by 
transferring the discharging and injecting nozzle 52 to the space coordinates of the fourth reference position and engag- 
ing the discharging and injecting nozzle 52 with the injection port 1 10b of the locker section 1 10 to inject and fill the two- 
pack urethane foam composition in the amount corresponding to the volume of the closed sectional structure 1 10d of 
the locker section 1 10. 

[0138] As the injecting and filling of the vehicle body 1 00 for one automobile with the two-pack urethane foam com- 
position has been finished, the controller 40 returns the robot 10 to a home position so as to allow the hand section 38 
to fail to block the way of the vehicle body 100 and wait for another vehicle body coming. 

[0139] Next, a description will be made of an outline of the overall procedures for assembly of a vehicle body in this 
embodiment with reference to the flowchart of Figure 19. 

[0140] First, it is judged whether the detector 1 6 detects that the vehicle body 1 00 enters into the work 1 4a (at step 
200). The detector 16 waits for another vehicle body 100 entering into the work 14a when the vehicle body 100 enters 
into the work 14a. As the detector 16 detects the entry of the vehicle body 100 has entered into the work 14a, then the 
robot 10 is driven and the discharging and injecting nozzle 52 is transferred to the space coordinates of the first refer- 
ence position and engaged with the injection port 104b of the pillar B section 104 (at step 202). Thereafter, a pair of the 
pumps 56 for the major component and the curing agent are driven so as to permit the two-pack urethane foam com- 
position to be injected and filled in the amount corresponding to the volume of the closed sectional structure 1 04d of the 
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pillar B section 104 (at step 204). Then, the robot 10 is driven to transfer the discharging and injecting nozzle 52 to the 
space coordinates of the second reference position, followed by engaging the discharging and injecting nozzle 52 with 
the injection port 108b of the pillar B upper section 108 (at step 206) and then driving the pair of the pumps 56 to inject 
and fill the two-pack urethane foam composition in the amount set so as to comply with the volume of the closed sec- 

5 tional structure 108d of the pillar B upper section 108 (at step 208). Further, the robot 10 is driven to transfer the dis- 
charging and injecting nozzle 52 to the space coordinates of the third reference position and engage it with the injection 
port 102a of the pillar A section 102 (at step 210), followed by driving the pair of the pumps 56 to inject and fill the two- 
pack urethane foam composition in the amount set so as to comply with the volume of the closed sectional structure 
102dof the pillar A section 102 (at step 212). Thereafter, the robot 10 is driven to transfer the discharging and injecting 

io nozzle 52 to the space coordinates of the fourth reference position and engage it with the injection port 1 10b of the 
locker section 1 10 (at step 214), followed by driving the pair of the pumps 56 to inject and fill the two-pack urethane 
foam composition in the amount set so as to comply with the volume of the closed sectional structure 1 1 0d of the locker 
section 1 10 (at step 216). 

[0141] Thereafter, the robot 10 is returned to its home position (at step 218) to wait for another vehicle body enter- 

T5 ing. 

[0142] In this embodiment, the system is arranged to inject and fill the two-pack urethane foam composition in the 
pillar B section 104, the pillar B upper section 108, the pillar A section 102 and the locker section 1 10 in this order, ft is 
to be noted herein that the present invention is not limited to this order and it can be set so as to fill it in any optional 
order. It can be noted, however, that, when the two-pack urethane foam composition is arranged to be injected and filled 
20 in the order of the pillar B section 1 04, the pillar B upper section 1 08, the pillar A section 1 02 and the locker section 1 1 0 
or in the reverse order, the area of transferring the hand section 38 of the robot 10, etc. can be minimized, thereby car- 
rying out the injecting work in a short time. 

[0143] In this embodiment, too, the system is arranged so as to inject and fill the two-pack urethane foam compo- 
sition in the closed sectional structure of each of the pillar B section 104, the pillar B upper section 1 08, the pillar A sec- 

25 tion 1 02 and the locker section 1 1 0 of the vehicle body, the present invention is not limited to the such vehicle body, and 
the two-pack urethane foam composition can be injected and filled in the closed sectional structure of, e.g., a pillar C 
section, a connecting part of a pillar section and a roof section, a side sill, a chassis section at the bottom portion of the 
vehicle body, a front side member, a side impact bar, a cross member, a rear side member, a bumper reinforcement, 
and any other sections. Figure 20 shows examples of a connecting part including a connecting part of e.g., a pillar A 

30 section 1 18, a front roof rail section 120, and a front side roof rail section 122. The pillar A section 118, the front roof 
rail section 120, and the front side roof rail section 122 are installed with partition walls 118c, 120c and 122c, respec- 
tively, to each define a closed sectional structure. An injection port 122a is formed in the front side roof rail section 122, 
and the two-pack urethane foam composition is injected and filled in the closed sectional structure through the injection 
port 122a. In this embodiment, the front side roof rail section 122 is provided with the injection port. It is to be noted, 

35 however, that an injection port may be formed in the pillar A section 1 1 8 or the front roof rail section 1 20. 

[0144] Then, a description will be made of the second embodiment relating to the injecting apparatus for injecting 
and filling the two-pack urethane foam composition in the closed sectional structure of the vehicle body with reference 
to Figure 21 . It is noted herein that the same structural elements as the above embodiment are provided with the same 
reference numerals and symbols, and a duplicate description on the details thereof will be omitted hereinafter. 

40 [0145] In this embodiment, as described above, the discharging and injecting nozzle 52 is arranged so as to be 
transferred to the four reference positions after it is engaged with the injection ports of the pillar B section, the pillar B 
upper section, the pillar A section, and the locker section. In other words, the arm of the robot 10 and so on are arranged 
so as to be equally transferred on the basis of the position of the vehicle body 1 00 being conveyed on the assembly line 
relative to the robot 10. 

45 [0146] If the relative position would be deviated due to a strain of an individual vehicle body or an error would be 
caused to occur on the assembly line due to a deviation of the position, however, there would be the possibility that the 
discharging and injecting nozzle 52 could not be engaged with the injection port if the robot 10 would be controlled so 
as to be aligned in such an equal manner. In order to avoid an occurrence of such a problem, the present invention in 
the second embodiment is configured such that a position detecting sensor sensing an amount of deviation between 

so the discharging and injecting nozzle 52 and the injection port of the closed sectional structure of the vehicle body may 
be provided. The position detecting sensor sends the amount of deviation to the controller 40, and the controller 40 
adjusts the position of the hand section, the arm section, and the like, so as to make the amount of deviation zero. 
[0147] The position detecting sensor may be mounted on the hand section 38 and comprise a CCD camera 70 as 
an image pickup tube for picking up an image of the injection port of the closed sectional structure of the vehicle body, 

55 the memory section 62 for storing a reference image of the injection port, and the controller 40 acting as a detecting 
section for detecting an amount of deviation between the discharging and injecting nozzle 52 and the injection port by 
comparing an image of the injection port outputted from the CCD camera 70 with a reference image saved in the mem- 
ory section 62. 
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[01 48] The memory section 62 is arranged to save ( 1 ) a first reference image of the injection port 1 04b of the pillar 
B section 104 obtained by the CCD camera 70 when the discharging and injecting nozzle 52 is transferred to the first 
reference position ; (2) a second reference image of the injection port 1 08b of the pillar B upper section 1 08 obtained by 
the CCD camera 70 when the discharging and injecting nozzle 52 is transferred to the second reference position; (3) a 

5 third reference image of the injection port 102a of the pillar A section 102 obtained by the CCD camera 70 when the 
discharging and injecting nozzle 52 is transferred to the third reference position; and (4) a fourth reference image of the 
injection port 110b of the locker section 110 obtained by the CCD camera 70 when the discharging and injecting nozzle 
52 is transferred to the fourth reference position; when there is found no deviation for the vehicle body 100. 
[0149] Now, a description will be made of the injecting method according to the present invention by taking the case 

10 of engaging the discharging and injecting nozzle 52 with the injection port 1 04b of the pillar B section 1 04 as an exam- 
ple. As shown in Figure 22, first, the controller 40 transfers the discharging and injecting nozzle 52 to the first reference 
position in which the discharging and injecting nozzle 52 can be engaged with the injection port 104b of the pillar B sec- 
tion 104 (at step 300). At this time, the controller 40 takes image data of the injection port 104b of the pillar B section 
104 from the CCD camera 70 (at step 302) and reads the first reference image data of the injection port of the pillar B 

is section from the memory section 62 (at step 304). Moreover, the controller 40 checks whether the discharging and 
injecting nozzle 52 deviates from the injection port by comparing the first reference image data with the image obtained 
from the CCD camera 70 (at step 306). If it is found that there is a deviation, the hand section 38 of the robot 10 and so 
on are transferred in the direction in which the amount of deviation is decreased (at step 308). As it has been confirmed 
that the amount of deviation has been made zero (at step 31 0), then the discharging and injecting nozzle 52 is engaged 

20 with the injection port 1 04b (at step 311), and the pumps 56 is driven to start injecting and filling the two-pack urethane 
foam composition (at step 312). On the other hand, when it was found that there was no deviation between the first ref- 
erence image data of the injection port of the pillar B section and the image obtained from the CCD camera at step 306, 
then the discharging and injecting nozzle 52 is engaged with the injection port 104b and the pumps 56 is then driven to 
start injecting and filling the two-pack urethane foam composition. Concerning the other injection ports, the discharging 

25 and injecting nozzle 52 is engaged with the corresponding injection port after the image of the injection port obtained 
by the CCD camera is compared with the corresponding reference image and the deviation, if some, is processed so 
as to become zero, in the same manner as described above. Then, the discharging and injecting nozzle 52 is engaged 
with the injection port and the two-pack urethane foam composition is injected and filled. It is preferred that the flowchart 
as shown in Figure 22 is incorporated as a sub-routine of the main flow chart of Figure 21 . 

30 [0150] In accordance with the second embodiment as described above, the discharging and injecting nozzle can 
be engaged with the injection port of the closed sectional structure of a vehicle body in an accurate way even if the posi- 
tion of alignment of the vehicle body or the like would deviate. 

[0151] Then, a description will be made of the invention relating to the injecting apparatus for the closed sectional 
structure of a vehicle body on the basis of Figure 23. In the drawing, the same structural elements as those of the above 
35 embodiments are provided with the same reference numerals and symbols, and a duplicate description on the details 
thereof will be omitted. 

[0152] In the third embodiment, as shown in Figure 23, the injecting apparatus according to the present invention 
further comprises a monitor device fa monitoring a foamed state and a cured state of the two-pack urethane foam com- 
position filled in the inside of the closed sectional structure. The two-pack urethane foam composition is allowed to foam 

40 and cure while it is causing a rapid exothermic reaction immediately after the major component and the curing agent 
has been mixed together. The monitor device is to monitor the temperature on the surface of the closed sectional struc- 
ture of the vehicle body with the such foaming material injected and filled therein. The monitor device may comprise an 
infrared camera 80 for monitoring the foamed state of the two-pack urethane foam composition filled in the closed sec- 
tional structure of the vehicle body and a thermal image unit for converting a signal of the temperature from the infrared 

45 camera 80 into a thermal image data and display the resulting thermal image. The thermal image unit may comprise 
the controller 40 for converting the signal of temperature from the infrared camera 80 into thermal image data and a 
display unit 82 for displaying thermal image data from the controller 40. The infrared camera 80 of Figure 23 is fixed in 
any optional position so as to monitor the pillar B section on the right side when looked at Figure 23. Another infrared 
camera for monitoring the closed sectional structure of another vehicle body is omitted. 

so [0153] The display unit 82 is configured to display the filled site and the non-filled site of the two-pack urethane foam 
composition by a temperature difference between the two sites. With this configuration, the operator can detect the non- 
filled site in the closed sectional structure of the vehicle body where the two-pack urethane foam composition is not filled 
and filled, by monitoring the display unit 82. If the non-filled site is detected, then the operator can treat the vehicle body 
with the non-filled site present in the closed sectional structure as no good. As the method for confirmation on the basis 

55 of a temperature difference as to whether the filling volume is appropriate or not, there may be used the embodiment 
relating to the cured urethane foam-filling confirming method among the series of the invention as described above. 
[0154] In monitoring the cured state that is the state in which the foamed state is subjected to cod and cure, a tap- 
ping-type non-destructive examination device may be used. The tapping-type non-destructive examination device is a 
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device for automating the tapping operation, in which the judgment of a tone and sensitivity is replaced with a force sen- 
sor and a CPU, installed in a hammer, and the judgement is quantified by digital processing. The monitor device for use 
in the present invention may comprise a device in combination of the tapping-type non-destructive examination device 
for monitoring the cured state within the closed sectional structure of the vehicle body with a device for converting and 

5 displaying a tapping wave from the tapping-type non-destructive examination device. 

[01 55] When the monitor device has monitored the non-filled site with the two-pack urethane foam composition is 
not filled and filled within the closed sectional structure of the vehicle body, the reference image of the injection port can 
be corrected in accordance with the position of the non-filled site. More specifically, even if the discharging and injecting 
nozzle 52 would be engaged with the injection port 1 1 0b of the locker section 1 10 in the state in which it is aligned with 

io the central point A of the injection port 1 10b thereof, there may be caused to occur the occasion that the non-filled site 
90 appears at an upper right corner in the vicinity of the partition wall 1 10c as shown in Figure 24. This may be consid- 
ered that such a defect is caused to happen due to a deviation of the quality of the vehicle body or for other reasons. In 
this case, however, the occurrence of the non-filled site 90 can be prevented by shifting the position of the discharging 
and injecting nozzle 52 to a shift point B to the side somewhat closer toward the non-filled site from the central point A 

is of the injection port 1 1 0b in the range in which the discharging and injecting nozzle 52 can be engaged with the injection 
port 1 1 0b, and inserting the discharging and injecting nozzle 52 into the injection port at the shift point B. In this embod- 
iment, in order to allow the discharging and injecting nozzle 52 to be inserted into the injection port 1 10b at the shift 
point B that has been somewhat shifted toward the non-injected site from the central point A of the injection port 1 10b, 
the corresponding reference image data saved in the memory section 62 is corrected by shifting the reference image 

20 of the locker section 110 containing the injection port to the right by the distance corresponding to the central point A 
and the shift point B, as indicated by dot-dash line in Figure 24. By correcting the reference image data in the manner 
as described above, the discharging and injecting nozzle 52 can be inserted into the shift point B of the injection port 
on the reference image, that is, the injection port that is shifted somewhat toward the non-filled site from the central 
point A of an actual product. As the correction is made by shifting the reference image of the injection port, it is not 

25 required to change the control flowchart itself so that costs for production can be reduced. In this embodiment, too, the 
injection port is formed so as to become somewhat wider in diameter so that a rubber formed member for preventing a 
back flow of the foaming material can be inserted in a tight way, the formed member being provided with a crosscut por- 
tion that can be inserted into the injection port. With this configuration, even if the discharging and injecting nozzle 
would be shifted somewhat in an optional direction from the central point of the injection port, it can offset the deviation 

30 of the position of the nozzle and the occurrence of the leakage or expanding of the two-pack urethane foam composition 
can be prevented. 

[0156] The present invention can prevent the non-filled site from occurring by shifting the reference image of the 
injection port of the locker section in the manner as described above. 

[0157] With the configuration as described above, the injecting apparatus according to the present invention can 
35 inject and fill the foaming material in the inside of the closed sectional structure of the vehicle body in association with 
the assembly line on which a large number of vehicle bodies are conveyed, because the injecting apparatus comprises 
the manipulator disposed so as to be transferred to a desired position, the injector mounted on the manipulator, the sup- 
ply means for supplying the foaming material to the injector, and the controller adapted to control the position of the 
manipulator so that the injector can be aligned with the position in which the foaming material can be supplied to the 
40 closed sectional structure of the vehicle body through the injection port of the same closed sectional structure thereof, 
and control the supply means so that the foaming material can be injected and filled in the closed sectional structure 
thereof by only such an amount that is set so as to comply with the volume of the inside of the closed sectional structure 
thereof. 

[0158] The injecting apparatus according to the present invention further can align the injector with the injection 
45 port of the closed sectional structure of the vehicle body in an accurate way even if the vehicle body would be deviated 
from the manipulator because the injecting apparatus further comprises the position detecting sensor for detecting the 
amount of deviation between the injector, mounted on the manipulator and the injection port of the closed sectional 
structure thereof, wherein the position detecting sensor outputs the sensed amount of deviation to the controller and 
the controller adjusts the position of the manipulator so as to make the amount of deviation zero, 
so [0159] Moreover„the injecting apparatus according to the present invention may further comprise the monitor for 
monitoring the foamed state in the closed sectional structure of the vehicle body thereof so that a vehicle body with the 
non-filled site where no foaming material is injected and filled therein can be treated as a no-good product when the 
monitor device has detected the such non-filled site. 

[0160] Furthermore, the injecting apparatus according to the present invention can reduce the occurrence of the 
55 non-filled site by correcting the reference image of the injection port in accordance with the position of the non-injected 
site, when the monitor device has detected the non-injected site where no foaming material is injected and filled in the 
closed sectional structure of the vehicle body. 

[0161] The foregoing description is directed to the series of the invention according to the present invention, but it 
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is to be understood that the present invention is not limited to the foregoing description and that it can encompass 
optional variations without departing from the scope and spirit of this invention. In addition, the present invention can 
encompass any combination of two or more embodiments selected from the embodiments according to the series of 
the invention. 

[01 62] For instance, by combining the embodiment relating to the injecting apparatus for the closed sectional struc- 
ture of the vehicle body with at least either one of the embodiment relating to the two-pack urethane foam composition 
and the embodiment relating to the injection method for injecting the two-pack urethane foam composition, the effi- 
ciency of a mass production of a large number of vehicle bodies can be further improved because the combined inven- 
tion can prevent the injected material from leaking and expanding from the injection port and the two-pack urethane 
foam composition can be injected and filled in vehicle bodies in a large quantity in sequence. 
[0163] In addition, when the above embodiments relating to the cured urethane foam-filled vehicle body are applied 
to a vehicle body as an object for use with the injecting apparatus for the closed sectional structure of the vehicle body, 
the operator can confirm the filling volume of the urethane foam directly with the eye, without using the monitor device. 
[0164] Furthermore, in accordance with the present invention, when the embodiments relating to the injection proc- 
ess for injecting the two-pack urethane foam composition is applied to the embodiments relating to the injecting appa- 
ratus for the closed sectional structure of the vehicle body, the cream time can be set to within 3 seconds and the rise 
time can be set to 10 to 1 20 seconds after the injection so that the leakage and expanding of the injected material can 
be prevented and the clogging thereof during the injection process can be prevented, too. This can further improve effi- 
ciency of a mass production of vehicle bodies because this embodiment can efficiently inject and fill the two-pack ure- 
thane foam composition smoothly in a large quantity of vehicle bodies. 

Claims 

1. An injection method for injecting a two-pack urethane foam composition and injecting or filling a urethane foam 
obtained by foaming and curing the two-pack urethane foam composition, wherein: 

(i) a shut-off plate for an injection port is mounted on the inner side of a structural body to be injected and filled 
so as to open or close the injection port; 

(ii) a rubber-formed member having a cut portion capable of being inserted so as to open or close the injection 
port is inserted into the injection port; or 

(iii) a check valve that allows a fluid to pass only in a one direction is mounted on the injection port; in order to 
prevent the two-pack urethane foam composition once injected from leaking and expanding by a back flow. 

2. A two-pack urethane foam composition for forming a urethane foam by reaction in the presence of a foaming agent, 
comprising: 

(a) a polyol compound as a major component; and 

(b) a polyisocyanate compound as a curing agent; wherein: 

the major component (a) is formulated with an amine compound having at least one of an amino (-NH 2 ) 
group and an imino (-NH-) group and an average molecular weight of 1 10 or more; and 
the foaming agent is adjusted to allow the amino (-NH 2 ) group and/or the imino (-NH-) group of the amine 
compound to amount to from 0.05 to 3% by weight with respect to the total amount of the major component 
(a) and the curing agent (b) and to allow the resulting urethane foam to have a specific gravity in the range 
of 0.6 to 0.01 . 

3. The two-pack urethane foam composition as claimed in claim 2, wherein the amine compound to be formulated 
with the major component (a) is selected from the group consisting of an aliphatic amine, an aromatic amine, an 
aliphatic amine having an aromatic ring, and an alicyclic amine. 

4. The two-pack urethane foam composition as claimed in claim 2 or 3, wherein the foaming agent is one or a mixture 
of two or more selected from water and a chemically foaming agent of a thermally decomposable type. 

5. The two-pack urethane foam composition as claimed in any one of daims 2 to 4, wherein the urethane foam is 
formed as an injected and foamed material in a pillar having a closed sectional structure of the body of a vehicle 
including an automobile. 

6. A cured urethane foam-filled vehicle body member having a two-pack urethane foam composition injected and filled 
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in the inside of the closed sectional portion of a vehicle body member having a closed sectional structure and hav- 
ing a cured urethane foam injected and filled therein by foaming and curing the two-pack urethane foam composi- 
tion; wherein a cured urethane foam-filling confirming opening having an opening size of 10 mm or smaller is 
disposed on this side by 50 mm or shorter from a limit position in which the cured urethane foam eventually 
reaches, in order to confirm the appropriateness of a filling volume of the cured urethane foam in accordance with 
the volume of the inside of the closed sectional structure of the vehicle body member. 

7. The cured urethane foam-filled vehicle body member as claimed in claim 6, wherein the two-pack urethane foam 
composition comprises a polyol compound as a major component and a polyisocyanate compound as a curing 
agent and the major component is formulated with a foaming agent. 

8. The cured urethane foam-filled vehicle body member as claimed in any one of claim 6 or 7, wherein the cured ure- 
thane foam-filling confirming opening having an opening size of 1 -7.5 mm is disposed on this side by 30 mm or 
shorter from the limit position in which the cured urethane foam eventually reaches. 

9. An injecting method for injecting a cured urethane foam by injecting a two-pack urethane foam composition in the 
inside of the closed sectional portion of a vehicle body member having a closed sectional structure and foaming 
and curing the two-pack urethane foam composition to form the cured urethane foam, wherein a cured urethane 
foam-filling confirming opening having an opening size of 10 mm or smaller is disposed on this side by 50 mm or 
shorter from a limit position in which the cured urethane foam eventually reaches; and the appropriateness of a fill- 
ing volume of the cured urethane foam in accordance with the volume of the inside of the closed sectional structure 
of the vehicle body member is confirmed. 

10. The injecting method as claimed in claim 9, wherein the cured urethane foam-filling confirming opening having an 
opening size of 1-7.5 mm is disposed on this side by 30 mm or shorter from the limit position in which the cured 
urethane foam eventually reaches. 

1 1 . A cured urethane foam-filling confirming method for confirming the appropriateness of a filling volume of a cured 
urethane foam in the inside of the closed sectional portion of a vehicle body member having a closed sectional 
structure upon injecting a two-pack urethane foam composition in the inside of the closed sectional structure 
thereof and injecting and filling the resulting urethane foam obtained by foaming and curing the two-pack urethane 
foam composition therein, wherein temperature on a side surface of the closed sectional structure thereof is meas- 
ured from outside in a non-contact way; and the appropriateness of the filling volume of the cured urethane foam 
thereof with respect to the volume of the inside of the closed sectional structure thereof is confirmed by a filled site 
and a non-filled site of the closed sectional structure thereof on the basis of a temperature difference between the 
filled site and the non-filled site of the closed sectional structure thereof. 

12. The cured urethane foam-filling confirming method as claimed in claim 11, wherein the temperature difference is 
1 0°C or larger. 

1 3. The cured urethane foam-filling confirming method as claimed in claim 1 1 or 1 2, wherein the temperature is meas- 
ured with an infrared thermal image device or an infrared radiation thermometer. 

14. An injection process for injecting a two-pack urethane foam composition in the inside of the closed sectional portion 
of a vehicle body member having a closed sectional structure and injecting and filling therein the cured urethane 
foam obtained by foaming and curing the two-pack urethane foam composition, wherein the two-pack urethane 
foam composition is mixed by jetting out the two-pack mixing high-pressure foaming machine in a counter flow 
under high pressure; and the resulting two-pack urethane foam composition is discharged and injected so as to 
allow a cream time from injection to be set to three seconds or shorter and a rise time therefrom to be set to 1 0 to 
1 20 seconds. 

1 5. The injection process as claimed in claim 1 4, wherein the two-pack urethane foam composition is a foaming mate- 
rial comprising (a) a polyol compound as a major component and (b) a polyisocyanate compound as a curing agent 
and being capable of forming a urethane foam by reaction in the presence of a foaming agent; and a catalyst is 
added to the major component (a) so as to adjust the cream time and the rise time to a predetermined time range. 

16. The injection process as claimed in claim 14, wherein: the two-pack urethane foam composition is a foaming mate- 
rial comprising (a) the polyol compound as a major component and (b) a polyisocyanate compound as a curing 
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agent and forming the urethane foam by reaction in the presence of the foaming agent; wherein: 

the major component (a) is formulated with an amine compound having at least one of an amino (-NH 2 ) group 
and an imino (-NH-) group and an average molecular weight of 1 10 or more; and the amount of the foaming 
agent is adjusted to allow the amino (-NH 2 ) group and/or the imino (-NH-) group of the amine compound to 
amount to from 0.05 to 3% by weight with respect to the total amount of the major component (a) and the curing 
agent (b) and to allow the resulting urethane foam to have a specific gravity in the range of 0.6 to 0.01 . 

17. The injection process as claimed in any one of claims 14 to 16, wherein the foaming agent is water. 

18. An injecting apparatus for injecting and filling a closed sectional structure of a vehicle body, comprising: 

a manipulator disposed so as to be movable to a desired position; 
a injector fixed to said manipulator; 

a supply means for supplying a foaming material to said injector; and 

a controller adapted to control the position of said manipulator so that said injector is aligned in a position in 
which said foaming material can be supplied to said closed sectional structure of the vehicle body through an 
injection port of said closed sectional structure thereof, and control said supply means so that said foaming 
material can be injected and filled in said closed sectional structure thereof by only such an amount that is set 
in accordance with the volume of the inside of said closed sectional structure thereof. 

19. The injecting apparatus as claimed in claim 18, further comprising: 

a position detecting sensor for sensing a position of deviation between said injector and said injection port of 
said closed sectional structure of the vehicle body. 

20. The injecting apparatus as claimed in claim 19, wherein: 

said position detecting sensor sends said amount of deviation to said controller and adjusts the position of said 
manipulator so as to make said amount of deviation zero. 

21. The injecting apparatus as claimed in claim 20, wherein: 

said position detecting sensor is mounted on said manipulator; and 

said position detecting sensor comprises an image pickup tube for picking up an image of said injection port of 

said closed sectional structure of the vehicle body; 

a memory section for saving a reference image of said injection port; and 

a detecting section for detecting said amount of deviation between an image of said injection port outputted 
from said image pickup tube and said reference image saved in said memory section. 

22. The injecting apparatus as claimed in claim 21 , wherein: 

said controller comprises said detecting section. 

23. The injecting apparatus as claimed in claim 21 , wherein: 

said pickup image device is a CCD camera. 

24. The injecting apparatus as claimed in claim 18 or 19, further comprising a monitor device for monitoring a foamed 
state and a cured state of said foaming material in the inside of said closed sectional structure of the vehicle body. 

25. The injecting apparatus as claimed in claim 21 , further comprising a monitor device for monitoring a foamed state 
and a cured state of said foaming material in the inside of said closed sectional structure of the vehicle body. 

26. The injecting apparatus as claimed in claim 25, wherein: 

said monitor device corrects a reference image of said injection port in accordance with the position of a non- 
filled site of said closed sectional structure of the vehicle body in which the foaming material is not injected and 
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filled, when said monitor device detects said non-filled site. 

27. The injecting apparatus as claimed in any one of claims 24 to 26, wherein: 

said monitor device comprises an infrared camera for monitoring the foamed state of the foaming material in 
said closed sectional structure of the vehicle body and a thermal image unit for converting a signal of the tem- 
perature from said infrared camera into a thermal image data and display the resulting thermal image. 

28. The injecting apparatus as claimed in claim 24, wherein: 

said monitor device is provided with a tapping-type non-destructive examination device for monitoring the filled 
state in said closed sectional structure of the vehicle body and a device for converting a tapping wave from said 
tapping-type non-destructive examination device and displaying. 

29. The injecting apparatus as claimed in claim 18, wherein: 

said closed sectional structure of the vehicle body is a pillar portion of the vehicle body. 

30. The injecting apparatus as claimed in claim 18, wherein: 

said closed sectional structure of the vehicle body is a locker portion of the vehicle body. 

31 . A vehicle body-injecting apparatus for reinforcing each of plural vehicle bodies being conveyed in sequence on an 
automobile assembly line; comprising: 

a manipulator disposed in a predetermined working position on said automobile assembly line so as to be mov- 
able to a desired position; 
a injector mounted on said manipulator; 

a supply means for supplying a foaming material to said injector; and 

a detecting unit disposed in the position close to said injector for detecting the event that the vehicle body 
enters into the predetermined working position; and 

a controller for controlling the position of said manipulator so that said injector is aligned with the position in 
which said foaming material is injected and filled in said closed sectional structure of the vehicle body through 
an injection port of said closed sectional structure thereof, and controlling said supply means so that said foam- 
ing material is injected and filled in said closed sectional structure thereof by only such an amount that is set 
in accordance with the volume of the inside of said closed sectional structure thereof. 

32. The vehicle body-injecting apparatus as claimed in claim 31, further comprising: 

a position detecting sensor disposed in said manipulator tor sensing an amount of deviation between said 
injector and said injection port of said closed sectional structure of the vehicle body. 

33. The vehicle body-injecting apparatus as claimed in claim 32, wherein: 

said position detecting sensor inputs said amount of deviation to said controller and adjusts the position of said 
manipulator so as to make said amount of deviation zero. 

34. The vehicle body-injecting apparatus as claimed in claim 33, wherein: 

said position detecting sensor comprises an image pickup tube for picking up an image of said injection port of 
said closed sectional structure of the vehicle body; a memory section for saving a reference image of said 
injection port; and a detecting section for sensing said amount of deviation between an image of said injection 
port outputted from said image pickup tube and said reference image saved in said memory section. 

35. The vehicle body-injecting apparatus as claimed in claim 34, wherein: 

said controller comprises said detecting section. 
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36. The vehicle body-injecting apparatus as claimed in claim 31 or 32, further comprising: 

a monitor device for monitoring a foamed state and a cured state of said foaming material filled in the inside of 
said closed sectional structure of the vehicle body. 

37. The vehicle body-injecting apparatus as claimed in claim 34, further comprising: 

a monitor device for monitoring a foamed state and a cured state of said foaming material filled in the inside of 
said closed sectional structure of the vehicle body. 

38. The vehicle body-injecting apparatus as claimed in claim 37, wherein: 

said monitor device corrects a reference image of said injection port in accordance with the position of a non- 
filled site of said closed sectional structure of the vehicle body in which the foaming material is not injected and 
filled, when said monitor device detects said non-filled site. 

39. The vehicle body-injecting apparatus as claimed in any one of claims 36 to 38, wherein: 

said monitor device comprises an infrared camera for monitoring the foamed state of the foaming material filled 
in said closed sectional structure of the vehicle body and a thermal image unit for converting a signal of the 
temperature from said infrared camera into a thermal image data and display the thermal image. 

40. The vehicle body-injecting apparatus as claimed in claim 36, wherein: 

said monitor device is provided with a tapping-type non-destructive examination device for monitoring the 
cured state in said closed sectional structure of the vehicle body and a device for converting a tapping wave 
from said tapping-type non-destructive examination device and displaying. 

41 . The injecting apparatus as claimed in claim 31 , wherein: 

said closed sectional structure of the vehicle body is a pillar portion of the vehicle body. 

42. The injecting apparatus as claimed in claim 31 , wherein: 

said closed sectional structure of the vehicle body is a locker portion of the vehicle body. 

43. A injecting method for injecting and filling a foaming material in the closed sectional structure of a vehicle body: 
comprising: 

the step of providing a manipulator movable to a desired position; 

the step of controlling the position of said manipulator so as to align a injector mounted on said manipulator 
with the position in which said foaming material is supplied to said closed sectional structure of the vehicle 
body through an injection port of said closed sectional structure thereof; 

the step of supplying said foaming material to said closed sectional structure of the vehicle body through said 
injector in the amount set so as to comply with the volume of said closed sectional structure of the vehicle body; 
and 

the step of foaming and curing said foaming material in said closed sectional structure of the vehicle body. 

44. The injecting method as claimed in claim 43, further comprising: 

the step of sensing an amount of deviation between said injector and said injection port of said closed sectional 
structure of the vehicle body. 

45. The injecting method as claimed in claim 44, further comprising: 

the step of adjusting the position of said manipulator so as to make said amount of deviation zero. 

46. The injecting method as claimed in claim 44 or 45, wherein: 
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the step of sensing said amount of deviation comprises: 
the step of saving a reference image of said injection port; 

the step of picking up an image of said injection port of said closed sectional structure of the vehicle body; and 
the step of detecting said amount of deviation by comparing an image of said injection port picked up above 
with said reference image saved above. 

47. The injecting method as claimed in claim 46, wherein: 

said picking up the image is effected by a CCD camera. 

48. The injecting method as claimed in claim 43 or 44, further comprising: 

the step of monitoring a foamed state and a cured state of said foaming material filled in the inside of said 
closed sectional structure of the vehicle body. 

49. The injecting method as claimed in claim 46, further comprising: 

the step of monitoring a foamed state and a cured state of said foaming material filled in the inside of said 
closed sectional structure of the vehicle body. 

50. The injecting method as claimed in claim 49, further comprising: 

the step of correcting a reference image of said injection port in accordance with the position of a non-filled por- 
tion of said closed sectional structure of the vehicle body in which said foaming material is not injected and 
filled, when said non-filled site is monitored. 

51 . The injecting method as claimed in any one of claims 48 to 50, wherein: 

the step of monitoring comprises the step of detecting the foamed state of said foaming material filled in said 
closed sectional structure of the vehicle body with an infrared camera; and the step for converting a signal of 
the temperature from said infrared camera into a thermal image data. 

52. The injecting method as claimed in claim 48, wherein: 

the step of monitoring comprises the step of monitoring the cured state in said closed sectional structure of the 
vehicle body with a tapping-type non-destructive examination device for monitoring; and the step of converting 
a lapping wave from said tapping-type non-destructive examination device and displaying. 

53. The injecting method as claimed in claim 43, wherein: 

said closed sectional structure of the vehicle body is a pillar portion of the vehicle body. 

54. The injecting method as claimed in claim 43, wherein: 

said closed sectional structure of the vehicle body is a locker portion of the vehicle body. 

55. A injecting method for filling and reinforcing a closed sectional structure of each of plural vehicle bodies being con- 
veyed in sequence on an automobile assembly line, comprising: 

the step of providing a manipulator movable to a desired position in a predetermined working position on said 
automobile assembly line; 

the step of detecting that said vehicle body enters into said predetermined working position; 
the step of aligning a injector mounted on said manipulator with an injection port of said closed sectional struc- 
ture thereof on the basis of the detection of said vehicle body obtained by the above step and by controlling the 
position of said manipulator; and 

the step of supplying said foaming material to a injecting nozzle in the amount set so as to comply with the vol- 
ume of said closed sectional structure of the vehicle body. 



28 



EP 1 020 273 A1 

56. The injecting method as claimed in claim 55, further comprising: 

the step of sensing an amount of deviation between said injector and said injection port of said closed sectional 
structure of the vehicle body. 

5 

57. The injecting method as claimed in claim 56, further comprising: 

the step of adjusting the position of said manipulator so as to make said amount of deviation zero. 

w 58. The injecting method as claimed in claim 56 or 57, wherein: 

the step of sensing said amount of deviation comprises: 
the step of saving a reference image of said injection port; 

the step of picking up an image of said injection port of said closed sectional structure of the vehicle body; and 
15 the step of detecting said amount of deviation by comparing an image of said injection port picked up above 

with said reference image saved above. 

59. The injecting method as claimed in claim 55 or 56, further comprising: 

20 the step of monitoring a foamed state and a cured state of said foaming material filled in the inside of said 

closed sectional structure of the vehicle body. 

60. The injecting method as claimed in claim 58, further comprising: 

25 the step of monitoring a foamed slate and a cured state of said foaming material filled in the inside of said 

closed sectional structure of the vehicle body. 

61. The injecting method as claimed in claim 60, further comprising: 

30 the step of correcting a reference image of said injection port in accordance with the position of a non-filled por- 

tion of said closed sectional structure of the vehicle body in which said foaming material is not injected and 
filled, when said non-filled site is monitored.. 

The injecting method as claimed in claim 59, wherein: 

the step of monitoring comprises the step of monitoring the cured state in said closed sectional structure of the 
vehicle body with a tapping-type non-destructive examination device for monitoring; and the step of converting 
a tapping wave from said tapping-type non-destructive examination device and displaying. 

40 63. The injecting method as claimed in any one of claims 59 to 61 , wherein: 

the step of monitoring comprises: 

the step of detecting the cured state of said foaming material filled in said closed sectional structure of the vehi- 
cle body with an infrared camera; and 
45 the step for converting a signal of the temperature from said infrared camera into a thermal image data. 

64. The injecting method as claimed in claim 55, wherein: 

said closed sectional structure of the vehicle body is a pillar portion of the vehicle body. 

50 

65. The injecting method as claimed in claim 55, wherein: 

said closed sectional structure of the vehicle body is a locker portion of the vehicle body. 
55 66. The injecting apparatus as claimed in any one of claims 18 to 30, wherein: 
a two-pack urethane foam composition is used as said foaming material. 



62. 
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67. The injecting apparatus as claimed in any one of claims 31 to 43, wherein: 

a two-pack urethane foam composition is used as said foaming material. 

68. The injecting method as claimed in any one of claims 43 to 54, wherein: 

a two-pack urethane foam composition is used as said foaming material. 

69. The injecting method as claimed in any one of claims 55 to 65, wherein: 

a two-pack urethane foam composition is used as said foaming material. 

70. The injecting method as claimed in any one of claims 18 to 30, wherein: 

said injector is provided with a discharging and injecting nozzle: and 

said discharging and injecting nozzle is engageable with said injection port when said injector is aligned with 
said injection port of said closed sectional structure of the vehicle body. 

71. The injecting method as claimed in any one of claims 31 to 42, wherein: 

said injector is provided with a discharging and injecting nozzle; and 

said discharging and injecting nozzle is engageable with said injection port when said injector is aligned with 
said injection port of said closed sectional structure of the vehicle body. 

72. The injecting method as claimed in any one of claims 43 to 54, wherein: 

said injector is provided with a discharging and injecting nozzle; and 

said discharging and injecting nozzle is engageable with said injection port when said injector is aligned with 
said injection port of said closed sectional structure of the vehicle body. 

73. The injecting method as claimed in any one of claims 55 to 65, wherein: 

said injector is provided with a discharging and injecting nozzle; and 

said discharging and injecting nozzle is engageable with said injection port when said injector is aligned with 
said injection port of said closed sectional structure of the vehicle body. 

74. An injecting apparatus for injecting a two-pack urethane foam composition in the closed sectional structure of a 
vehicle body, said two-pack urethane foam composition comprising: 

(a) a polyol compound as a major component; and 

(b) a polyisocyanate compound as a curing agent; wherein the major component (a) is formulated with an 
amine compound having at least one of an amino (-NH 2 ) group and an imino (-NH-) group and an average 
molecular weight of 1 10 or more; and the foaming agent is adjusted to allow the amino (-NH 2 ) group and/or the 
imino (-NH-) group of the amine compound to amount to from 0.05 to 3% by weight with respect to the total 
amount of the major component (a) and the curing agent (b) and to allow the resulting urethane foam to have 
a specific gravity in the range of 0.6 to 0.01 ; and said injecting apparatus comprising: 

a manipulator disposed so as to be movable to a desired position; 
a injector fixed to said manipulator; 

a supply means for supplying a foaming material to said injector; and 

a controller adapted to control the position of said manipulator so that said injector is aligned with the posi- 
tion in which said foaming material can be supplied to said closed sectional structure of the vehicle body 
through an injection port of said closed sectional structure thereof, and control said supply means so that 
said foaming material can be injected and filled in said closed sectional structure thereof by only such an 
amount that is set in accordance with the volume of the inside of said closed sectional structure thereof. 

75. The injecting apparatus as claimed in claim 74, wherein: 
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upon injecting said two-pack urethane foam composition in the inside of the closed sectional portion of the 
vehicle body having a closed sectional structure and injecting and filling the resulting urethane foam obtained 
by foaming and curing said two-pack urethane foam composition, the appropriateness of a filling volume of a 
cured urethane foam in the inside of the closed sectional structure thereof is confirmed by measuring temper- 
ature on a side surface of the closed sectional structure in a non-contact way; and the appropriateness of the 
filling volume of the cured urethane foam thereof in accordance with the volume of the inside of the closed sec- 
tional structure is confirmed by a filled site and a non-filled site of the closed sectional structure thereof on the 
basis of a temperature difference between the filled site and the non-filled site of the closed sectional structure 
thereof. 

76. The injecting apparatus as claimed in claim 74 or 75, wherein: 

upon injecting said two-pack urethane foam composition in the inside of said closed sectional structure of the 
vehicle body and supplying a cured urethane foam obtained by foaming and curing said two-pack urethane 
foam composition, said two-pack urethane foam composition is injected with a two-pack mixing high-pressure 
foaming machine in a counter flow under high pressure so as to allow a cream time from injection to be set to 
three seconds or shorter and a rise time therefrom to be set to 10 to 120 seconds. 
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Fig. 10 
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Fig. 12 
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Fig. 15 




Fig. 16 




42 



EP 1 020 273 A1 





43 



1 



EP 1 020 273 A1 



Fig. 19 

Q START ) 



■200 

DOES NO 
VEHICLE BOOY ENTER I 
WORKING POSITION 
? 



YES 



ENGAGE DISCHARGING & INJECTING NOZZLE 
WITH INJECTION PORT OF PILLAR B SECTION 



202 



DRIVE PUMP 



,204 



ENGAGE DISCHARGING & INJECTING NOZZLE WITH 
INJECTION PORT OF PILLAR B UPPER SECTION 



206 



DRIVE PUMP 



,208 



ENGAGE DISCHARGING & INJECTING NOZZLE 
WITH INJECTION PORT OF PILLAR A SECTION 



210 



DRIVE PUMP 



212 



ENGAGE DISCHARGING & INJECTING NOZZLE 
WITH INJECTION PORT OF LOCKER SECTION 



I 



214 



DRIVE PUMP 



X 



RETURN ROBOT TO 
HOME POSITION 



216 



218 



TO STEP 200 



44 




45 



EP 1 020 273 A1 




46 



EP 1 020 273 A1 



Fig. 22 



START 



J 



TRANSFER DISCHARGING & INJECTING 
NOZZLE TO FIRST REF POSITION 



TAKE IMAGE DATA OF PILLAR B 
SECTION FROM CCD CAMERA 



READ FIRST REF IMAGE DATA 
FROM MEMORY SECTION 



300 



302 



304 






TRANSFER R080T FOR REDUCING 
AMOUNT OF DEVIATION 


308 








^^^^^ 310 


NO 


IS AMOUNT OF 





YES 



ENGAGE DISCHARGING & INJECTING 
NOZZLE WITH INJECTION PORT 



311 



DRIVE PUMP 



c 



312 



RETURN 



J 



47 



EP 1 020 273 A1 




EP 1 020 273 A1 




49 



EP 1 020 273 A1 



INTERNATIONAL SEARCH REPORT 



International application No. 
PCT/JP98/00269 



A. CLASSIFICATION OF SUBJECT MATTER 

Int. CI* B29C39/02, C08J9/02, CEF, C08J9/06, C08G18/00, C08G101/00, 
B29K7S:00, B29K105:04, B29L31:58 
According to International Patent Classification (IPQ or to both national classification and IPC 



B. FIELDS SEARCHED 



Minimum documentation acardicd (classification system followed by classification symbols) 

Int.Cl' B29C39/00-44, C0BJ9/02, CEF, C08J9/06, C08G18/00, C08G101/OO, 
B29K75:00, B29K105:04, B29L31:58 



Documentation searched other than minimum documentation to the extent that such documents are included in the fields searched 
Jitsuyo Shlnan Koho 1926-1998 Jiteuyo Shlnan Toroku Koho 1996-1998 

Kokai Jitauyo Shlnan Koho 1971-1998 Toroku Jitsuyo Shlnan Koho 1994-1998 



Electronic data base consulted during the international search (name of data base and, where practicable, search terms used) 



C DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 


Glation of document, with indication, where appropriate, of the relevant passages 


Relevant to daim No. 


X 


JP, 3-55217, A (Minebaa Co., Ltd.), 
March 11, 1991 (11. 03. 91), 
Claims (Familyi none) 


1 


X 


JP, 3-64718, U (Toyota Motor Corp.), 
June 24, 1991 (24. 06. 91), 
Claims (Family: none) 


1 


A 


JP, 3-55217, A (Minebea Co., Ltd.), 
March 11, 1991 (11. 03. 91), 
All references (Family: none) 


1-76 


A 


JP, 3-64718, u (Toyota Motor Corp.), 
June 24, 1991 (24. 06. 91), 
All references (Family: none) 


1-76 


A 


JP, 1-145110, A (Sumitomo Bayar Urethane Co. , Ltd.), 
June 7, 1989 (07. 06. 89), 
All references (Family: none) 


2-5, 11-17, 
74-76 



f)T) Further documents are listed in Ihe coatinuuioa of Box C fj See patent family aiuiex. 



* Spaces) ntsesoiat of dud documents: 

'A* otassnittaafiaiag s>< atonal staa of tho art wtica is act 

i rn a M iiii l to Wof eartiealar iiauwau. 
"B* earlier docusieat but pvbfahal om or tiler the InlcnmdoaaJ ding date 
"L* d n m aw t i l «sscts«^ihiow dosha oa priority d*laa» or arhldils 

eked a> cstsbUen las pubuoirjoo dale of another dbnoa mother 

specia l rttsofifaaaacclned) 
'O' iV i i t ttserriag Id so oral imjaauw, as*, qshibinoe or o*hg 



'f dooaaaoal paMl as ad prior to Its uccrwnoasl IHins; date pat later trap 
Ao priority data etaimed 



T* aner <fcqunoH pnbti»epl »Iter Hk btnatkeri filial QMU 
oats asd ao4 in conflict wita ub apeakatuoa bet cited to 
la* principle or tteory lneertybt tat laveaiea 

*X* ffrimgrai of parncolar raloraoee; tag raalred lovenrioa 
cooaidcted towel or eeaaet he coatadered to isvofvc sa 
«*e» the dbcumemi is takes aloaa 

'y Ancvmtal pertkulfcr ml— »ocr, tW chimi lovceaoa 
caaaaetad to inyohre «n isvosth's step wana the ac rnmsal 
cooxascd wish one or moot oCaor soon eecseacoss, 
betas; oevkxa to a penoa esdlled In the an 

"A" dncotlant rnwrniw of tap aiaia patent family 



orpriooty 
tad 

be 
• al 

ba 



Dale of the actual completion of the international search 
April 21, 1998 (21. 04. 98) 


Date al mailing of the international search report 
May 12, 1998 (12. 05. 98) 


Name and mailing address of the ISA/ 

Japanese Patent Office 
Facsimile No. 


Anthorized officer 
Telephone No. 



Fans PCT7IS A/210 (second sheet) (July 1992) 



50 



EP 1 020 273 A1 



INTERNATIONAL SEARCH REPORT 



International application No. 
PCT/JE98/00269 



C(Continualion). DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 



Citation of document, with indication, where appropriate, of the relevant paaiagei 



Relevant to daim No. 



JP, 1-198313, A {Hitachi, Ltd.), 
August 9, 1989 (09. 08. 89), 
All references (Family: none) 

JP, 64-68649, A (Mazda Motor Corp.), 
March 14, 1989 (14. 03. 89), 
All references (Family: none) 

JP, 52-38577, A (Mitsubishi Chemical Corp.), 
March 25, 1977 (25. 03. 77), 
All references 6 CA, 1090521, A 

JP, 62-169816, A (BP Chemicals Ltd.), 
July 27, 1987 (27. 07. 87), 
All references 

& EP, 220949, A 6 GB, 8526707, A 

JP, 7-21310, U (Inoac Corp.), 
April 18, 1995 (18. 04. 95), 
All references (Family: none) 

JP, 4-299108, A (Hashimoto Forming Industry 
Co., Ltd.), 

October 22, 1992 (22. 10. 92), 
All references (Family: none) 

JP, 8-155974, A (Mitsui Toatsu Chemicals, Inc.), 
June 18, 1996 (18. 06. 96), 
All references (Family: none) 

JP, 7-58137, A (Toshiba Corp.), 
March 3, 1995 (03. 03. 95), 
All references (Family: none) 

JP, 7-137062, A (Mitsubishi Plastics Industries 
Ltd. ) , 

May 30, 1995 (30. 05. 95), 
All references (Family: none) 



6-10 



11-13 



14-17, 
74-76 



15, 17, 
74-76 



18-76 



1B-7 6 



18-76 



27, 39, 
51, 63 



27, 39, 
51, 63 



Form PCTASA/210 (ctmlirjuation of second sheet) (July 1992) 



51 



